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(57) The present invention discloses a cosmetic pol- 
ymer composition containing a straight-chain block co- 
polymer, where the copolymer having a unit derived 
from a compound having an ethylenic unsaturated 
bond, having a number-average molecular weight of 
1.0X10 3 to 1.0x10 s , and having at least two or more 
glass transition points or melting points; a hair cosmetic 



polymer composition containing a copolymer a copoly- 
mer capable of forming a film having a Young's modulus 
of 50 MPa or larger and a fracture-point elongation of 
100% or larger, and dispersible into water and/or alco- 
hol; and a cosmetic material containing these composi- 
tions. 
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Description 

Held of the Invention 

5 [0001] The present invention relates to cosmetic polymer compositions and cosmetics using the same, containing 
a copolymer having specific properties, and in particular containing a straight-chain block copolymer, and more spe- 
cifically relates to cosmetic polymer compositions and cosmetics using the same, containing a block copolymer having 
two or more units, which are introduced into the molecular skeleton thereof as block-wise unit, having different prop- 
erties each other. 

10 

Background Art 

[0002] There are known cosmetic materials containing a film-forming polymer, intended for use on skin, nail and hair. 
For example, for the purpose of improving makeup-lasting property, protecting skin or nail, or coloring or decorating 

15 skin or nail, film-forming polymers have been used in those for skin and nail. For the purpose of improving affinities to 
hairs or adhesiveness between hairs, and thereby having hair-style-keeping property, film-forming polymers have been 
used in those for hair. Examples of the polymer conventionally used for hair cosmetics include nonionic-base, anionic- 
base, cationic base and amphoteric-base ones. Although, as nonionic-base polymer, poly (vinyl methyl ether) or pol- 
yvinylpynolidone has been used, properties of polyvinypyrrolidone are highly influenced by humidity conditions, and 

20 properties of a film formed of such a polymer are therefore also influenced by humidity conditions. More specifically, 
on one hand, the film before being moistened is hard and thus causative of flaking, but on the other hand, the film is 
considerably softened under a hot and humid environment so as to cause blocking, and tends to make it difficult to 
comb or brush the hair due to adhesion of hairs. Properties of polyvinyl methyl ether) are further significantly influenced 
by humidity condition. 

25 [0003] Examples of the anionic-base polymer include a copolymer of vinylcarboxylic acid having a carboxylic acid 
group as an anionic group (e.g., acrylic acid, methacrylic acid) and styrene or alkyl acrylic ester. Unlike the nonionic- 
base polymer, properties of the anionic-base polymer are less influenced by susceptible to humidity, but has a poor 
affinity to hair because of its anionic property as same as hair. Although the anionic-base polymer film is hard and 
excellent in hair styling property, on the other hand, it is rather brittle and highly causative of flaking. Moreover, its 

30 anionic property limits addition of any cationic substances, so that solidification typically due to rinse material (cationic) 
during hair wash is also anticipated. 

[0004] The cationic-base polymer has larger affinity to hair as compared with that of two aforementioned polymers, 
but its properties are influenced by humidity conditions as well as properties of the nonionic-polymer. Its cationic prop- 
erty also raises anticipation of toxicity or skin irritation property, limitation of addition of any anionic-base substances, 

35 and solidification caused by shampoo (anionic) during hair wash. 

[0005] Recently, there has been a need for alcohol-free hair cosmetic because of its merit of easy removal by hair 
wash, readiness in preparation of hair cosmetic simply by dilution with water, and environmental friendliness. From 
this point of view, a polymer used for the hair cosmetic is preferably of water soluble. There is, however, a general 
problem that improving in water solubility of polymer contributes to lowering setting power. To overcome these draw- 

40 backs in the hair cosmetic materials containing the anionic-base polymer, cationic-base polymer and nonionic-base 
polymer, there are proposed cosmetic materials using an amphoteric polymer and polarized polymer which are copol- 
ymers having carboxybetaine or.amine oxide as a hydrophilic group (see Japanese Laid-Open Patent Publication Nos. 
syo 51-9732, syo 55-104209 and hei 10-72323). The amphoteric polymer and polarized polymer are, however, disad- 
vantageous in having only an insufficient compatibility with various cosmetic base materials. 

45 [0006] The aforementioned general-purpose ionic polymers have played a role of keeping hair styling through affinity 
to hair, film-formation property and adhesion property between hair yarns, while exhibiting the individual features. The 
styling materials using these general-purpose ionic polymers, however, suffer from a problem of tacky feeling under a 
moistened condition, and stiff feeling under a dried condition. For actual prescription, in order to improve such feelings, 
a small amount of oil is added to the polymer. Addition of the oil material, however, lowers ability of the polymer and 

so makes it difficult to keep its intrinsically excellent setting ability. This raises a strong demand for developing a new 
polymer capable of keeping a plurality of good abilities such as setting ability or ability to give nice feeling, and can 
readily be removed by hair wash. 

[0007] Based on this situation, one investigation have been made on a thermoplastic elastomer having a random- 
copolymerized principal chain and water soluble graft chains, and being soluble or dispersible in water or alcohol. This 
55 is, however, still on the way to achieve polymer elasticity sufficient for used as a cosmetic polymer composition (Pub- 
lished Japanese Translations of PCT International Publication for Patent Publications No. hei 8-512083, Japanese 
Laid-Open Patent Publication No. hei 11-181029). 

[0008] International Patent Publication W098/51722 proposes a method of manufacturing a graft polymer using 
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living radical polymerization, and application of this method to production of persona! care products. The method de- 
scribed in this publication is successful in obtaining a graft polymer having a controlled molecular weight and so forth 
in an efficient manner by adopting living polymerization. The above-described publication, however, only mentions a 
method of manufacturing graft polymer or branched polymer, and applications of the polymer, and does not mention 

s any straight-chain block copolymer at all. 

[0009] International Patent Publication WO00/40628 and U.S. Patent No. 6,410,005B1 respectively disclose hair 
styling compositions which contain block copolymers individually having a film-forming ability and at least two glass 
transition points. The block copolymers described in these publications are, however, branched block copolymers 
containing cross-linked structures, and there is no description on straight-chain block copolymer in this publication as 

io well as in the aforementioned publication. 

[0010] The straight-chain block copolymer has a desirable molecular flexibility as being expected from its structure, 
and supposedly has a larger elastic recovery force as compared with the branched block copolymer having the same 
composition. 

[0011] Some thermoplastic elastomeric copolymers are known, and typical examples thereof widely used include 
15 styrene butadiene copolymer, styrene-isoprene copolymer and hydrogen-added product of these copolymers (respec- 
tively referred to as styrene-ethylene-butylene copolymer and styrene-ethylene-propylene copolymer). These block 
copolymers have both of thermoplastic-like property, which contributes to solubility and strength of the copolymer, and 
rubber-like elasticity which contributes to flexibility and shape- retaining property. These block copolymers are also 
known to be available as a compatibilizing agent for various general-purpose thermoplastics. Most of the thermoplastic 
20 elastomeric copolymer are, however, generally insoluble or less soluble in aqueous and/or alcoholic solvent, and are 
not suitable for the cosmetic polymer composition. 

[001 2] It should be useful in developing an improved cosmetic polymer composition if any thermoplastic elastomeric 
copolymer having the above-described properties and solubility in water and/or alcohol can be provided. It is also 
expected that use of the above-described, water-soluble thermoplastic elastomer as a compatibilizing agent for general- 
25 purpose resins breaks a way to a polymer blend (combined use of an anionic polymer and a cationic polymer), which 
has been unpractical. 

Disclosure of the Invention 

30 [0013] An object of the present invention is therefore to provide a cosmetic polymer composition and a cosmetic 
material capable of satisfying at the same time a plurality of abilities required for the cosmetic material by using a 
straight-chain block copolymer having two or more properties. Another object of the present invention is to provide a 
cosmetic material having an excellent film-forming ability on hair, skin or nail, flexibility ascribable to its elasticity, and 
— excellent feeling in use without contributing to tacky feeling nor uncomfortable feeling due to the film formation, and is 

35 to provide also a cosmetic polymer composition capable of producing such cosmetic material. 

[0014] One aspect of the present invention relates to a cosmetic polymer composition comprising a straight-chain 
block copolymer having a unit derived from a compound having an ethylenic unsaturated bond, having a number- 
average molecular weight of 1.0X10 3 to 1.0x10 s , and having two or more glass transition points or melting points. 
[0015] Preferred embodiments of the present invention include: 

40 

the cosmetic polymer composition wherein the block copolymer comprises at least one block composed of a unit 
having a hydrophilic group; 

the cosmetic polymer composition wherein the hydrophilic group is at least any one selected from groups consisting 
of an anionic group consisting of carboxylic acid group, sulfonic acid group, phosphonic acid group and salts of 
45 these groups; a cationic group consisting of amino group (including quaternary ammonium salt group), pyridyl 

group and salts of these groups; a nonionic group consisting of hydroxy I group, alkoxy group, epoxy group, amido 
group and cyano group; an amphoteric ionic group consisting of carboxybetaine group; and a semipolar group 
consisting of amine oxide group; 

the cosmetic polymer composition wherein the block copolymer comprises at least one of units represented by 
50 formulae (1 ) to (5) below: 

R 1 

~{CH 2 -C-)— (1) 
COOM 
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35 

(where, R 1 represents a hydrogen atom or a methyl group; R 2 and R 6 respectively represent aC^ straight-chain 
or branched alkylene group; R 3 t R 4 and R 5 respectively represent a hydrogen atom, a C t . 24 alkyl group, a Cq_ 2 4 
ary! group, or any combination thereof such as Oj. 2Al arylalkyl group or alkylaryl group; and X 1 represents -COO-, 
-CONH-, -O or NH-. A" represents an anion; and M represents a hydrogen atom, an alkali metal ion or an ammo- 

40 nium ion. m is 0 or 1 ; and n is any integer from 1 to 50.); 

the cosmetic polymer composition wherein the block copolymer comprises a unit derived from an ethylenic un- 
saturated carboxylic acid, and a unit derived from an ethylenic unsaturated carboxylate ester; the cosmetic polymer 
composition wherein the block copolymer comprises the unit derived from an ethylenic unsaturated carboxylic acid 
in an amount of 10 to 90% by weight, and the unit derived from an ethylenic unsaturated carboxylate ester in an 

45 amount of 90 to 1 0% by weight; and the cosmetic polymer composition wherein the block copolymer is a di-block 

copolymer, tri-block copolymer or multi-block copolymer. 

[001 6] Other preferred embodiments of the present invention include: 

so the cosmetic polymer composition wherein the block copolymer has a glass transition point or a melting point 

nearly equal to a glass transition point (occasionally referred to as Tg", hereinafter) or a melting point (occasionally 
referred to as Tm\ hereinafter) of a homopolymer composed of the monomer which make up at least one block 
of the block copolymer, 

the cosmetic polymer composition wherein a block unit composing the block copolymer has a number-average 
55 molecular weight of 1.0x10 s to 1.0X10 5 ; 

the cosmetic polymer composition wherein weight-average molecular weight (Mw) and number-average molecular 
weight (Mn) of the block copolymer give a ratio (Mw/Mn) of 2.5 or less; and 

the cosmetic polymer composition wherein the block copolymer is dispersibie or soluble in water and/or alcohol. 
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[0017] Still other preferred embodiments of the present invention include: 

the cosmetic polymer composition wherein the block copolymer comprises a block formed by post-treatment after 
polymerization; 

5 the cosmetic polymer composition wherein the post-treatment is hydrolysis; 

the cosmetic polymer composition wherein the block copolymer is produced by controlled radical polymerization 
using an organic haiide as an initiator, and using, as a catalyst, at least a metal complex having a metal selected 
from Group VIII, Group IX, Group X and Group XI elements in the periodic table as a central metal; and 
the cosmetic polymer composition wherein the block copolymer is produced by controlled radical polymerization 

io using a metal complex, derived from a copper haiide and an amine compound, as a catalyst. 

[001 8] Still other preferred embodiments of the present invention include: 

a hair cosmetic polymer composition comprising a copolymer capable of forming a film having a Young's modulus 
15 (measured according to JIS K7161 under a tensile speed of 20 mm/min) of 50 MPa or larger and a fracture-point 

elongation of 100% or larger, and dispersible into water and/or alcohol; and a hair cosmetic polymer composition 
comprising a copolymer capable of forming a film having a Young's modulus of 1 00 MPa or larger and a fracture- 
point elongation of 150% or larger, and dispersible into water and/or alcohol. 

20 [0019] Other preferred embodiments of the present invention include the hair cosmetic polymer composition com- 
prising, in addition to the copolymer, an anionic polymer, cationic polymer, nonionic polymer, amphoteric polymer, 
amine oxide-group-containing polymer or silicone derivative. 

[0020] From other point of view, a cosmetic comprising the cosmetic polymer composition; and the cosmetic for use 
on hair, skin or nail, comprising such cosmetic polymer composition are provided by the present invention. 

25 

Best Modes for Carrying out the Invention 

[0021] Next paragraphs will further detail the present invention. It is to be noted that, in the present specification, a 
word "to" indicates a range including the numerical values placed therebefore and thereafter as a minimum value and 
30 a maximum value. 

I. Straight-Chain Block Copolymer 

[0022] The cosmetic polymer composition of the present invention comprises a straight-chain block copolymer. \Us 
35 to be noted that, in the present invention, "straight-chain" block copolymer means such copolymer comprising a polymer 
block chain composed of one unit, or two or more monomer units, and other polymer block chain composed of monomer 
unit different therefrom, an end portion of which being bonded to at least one end portion of the former block chain. 
[0023] The block copolymer has a'unit derived from a compound having an ethylenic unsaturated bond, and has a 
number-average molecular weight of 1.0X10 3 to 1.0X10 6 . The number-average molecular weight of the block copol- 
io ymer exceeding 1 .0x1 0 6 may result in an increased viscosity of the solution, and may raise a problem in its use as a 
cosmetic material. On the other hand, the number-average molecular weight less than 1 .Ox 10 3 will result in a degraded 
film-forming ability, and may fail in achieving a sufficient performance in its use as a cosmetic material. A desirable 
range of the weight-average molecular weight of the block copolymer varies depending on purposes of use, and pref- 
erably falls in a range from 5.0 x 1 0 3 to 3.0 x 1 0 5 for use as a hair cosmetic material, in particular as a hair styling agent, 
45 and in a range from 2.0x 10 4 to 1 .5x 1 0 5 for use as an agent for supplying a conditioning function. For use as cosmetic 
materials to be applied on skin and nail, the preferable range falls in a range from 1.0x1 0 4 to 5x10 s , and more pref- 
erably from 2.0x10/40 1.0x10 s . 

[0024] Although there is no specific limitation on the ratio (Mw/Mn) of weight-average molecular weight (Mw) to 
number-average molecular weight (Mn) of the block copolymer, measured by gel permeation chromatography, the ratio 
50 is preferably 2.5 or less, more preferably 2.0 or less, and still more preferably 1 .8 or less. Mw/Mn exceeding 2.5 tends 
to degrade the uniformity of the block copolymer. The controlled radical polymerization process, described later, is 
successful in obtaining a uniform block copolymer having Mw/Mn typically as small as 2.0 or less, which can provide 
an excellent feel of touch when used as a cosmetic material. 

[0025] Although there is no specific limitation on the number-average molecular weight of the individual block com- 
55 ponents of the block copolymer, it preferably falls in a range from 1.0X10 3 to 1.0x10 s , and more preferably from 
5.0X10 3 to 1 .0x10 s . The number-average molecular weight small than 1.0X10 3 may tend to excessively lower the 
viscosity, and on the other hand, the number- average molecular weight exceeding 1.0x10 s may tend to excessively 
increase the viscosity, so that it is preferably set within a aforementioned range depending on required performances 
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of the polymer. 

[0026] Trie block copolymer of the present invention has two or more glass transition points or melting points. Of 
two glass transition points, the higher one is preferably 25°C or higher, more preferably 40°C or higher, and still more 
preferably 50° C or higher. Of two glass transition points, the lower one is preferably lower than 25°C, more preferably 

5 0°C or lower, and still more preferably -20°C or lower. All of the melting points are preferably 25°C or around, or higher. 
The block copolymer preferably has a glass transition point or a melting point attributed to each block, and in other 
words, preferably has a glass transition point or a melting point nearly equal to the glass transition point or the melting 
point of a homopolymer composed of a monomer which makes up one block of the block copolymer. For example, a 
block copolymer of A-B type preferably has two glass transition points or melting points, where each of the glass 

10 transition points or melting points is nearly equal to a glass transition point or a melting point individually attributed to 
homopolymers of A and B. On the other hand, a block copolymer of A-B-C type preferably has three glass transition 
points or melting points, where each of the glass transition points or melting points is nearly equal to a glass transition 
point or a melting point individually attributed to homopolymers of A, B and C. 

[0027] Glass transition point (Tg) and melting point (Tm) refer to temperatures at which the polymer or a part thereof 
15 transits from a state of brittle material or solid into a state of rubber-like material or liquid, and can typically be measure 
by the differential scanning calorimetry. Glass transition phenomenon of polymer is described in "Introduction to Polymer 
Science and Technology", An SPE Textbook (eds. H. S. Kaufman and J.J. Falcetta), published by John Wiley & Sons 
(1977). 

[0028] The following description deals with Tg, as a representative of Tg and Tm. 

20 [0029] The block copolymer comprising at least one block having a hydrophilic group can readily be removed by hair 
wash, and is therefore preferably used for hair cosmetic materia) having an excellent hair washing property. The block 
having a hydrophilic group is also advantageous in allowing the block copolymer to be blended with cosmetic materials 
in various forms. The hydrophilic group may be any of anionic group, cation ic group, nonionic group and amphoteric 
group. Examples of the anionic group include carboxylic acid group, sulfonic acid group, phosphonic acid group and 

25 salts of these groups; examples of the cationic group include amino group (including quaternary ammonium group), 
pyridyl group and salts of these groups; examples of the nonionic group include hydroxyl group, alkoxy group, epoxy 
group, amido group, cyano group; examples of the amphoteric ionic group include carboxybetaine group, sulfobetaine 
group and phosphobetaine group; and examples of the semipolar group include amine oxide group. These hydrophilic 
groups can be introduced into the block copolymer by polymerizing a monomer originally having the hydrophilic group, 

30 or by subjecting the copolymer after being polymerized to a post-treatment such as hydrolysis. 

[0030] It is to be noted that the semipolar group in the context of this patent specification does not mean an apparent 
ionic group, but instead means a group having both features of ionic bond and covalent bond, and having a biased 
electron distribution. 

[0031 ] The block copolymer has a unit derived from a compound having an ethylenic unsaturated bond. As described 
35 in the above, at least one block of the block copolymer preferably has a hydrophilic group. The unit having a hydrophilic 
group is preferably any one of units represented by the formulae (1) to (5) below: 
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[0032] In the formulae, R 1 represents a hydrogen atom or a methyl group; R 2 and R 6 respectively represent aC H 
straight-chain or branched alkylene group; R 3 , R 4 and R 5 respectively represent a hydrogen atom, a C A _ 2 4 alkyl group, 
a aryl group, or any combination thereof such as Cj. 2 4 arylalkyl group or alkylaryl group; and X 1 represents 
-COO-, -CONH-, -O- or NH-. A* represents an anion; and M represents a hydrogen atom, an alkali metal ion or an 
ammonium ion. m is 0 or 1 ; and n is any integer from 1 to 50. 

[0033] The O v2A alkyl group respectively represented by R 3 , R 4 and R 5 include all of straight-chain, branched-chain 
and cyclic alkyl groups. The same will apply also to the alkyl group portion of the arylalkyl group and the alkyl group 
portion of alkylaryl group represented respectively by R 3 , R 4 and R 5 . 

[0034] Anion represented by A" is exemplified by anionic group of acid, and specific examples thereof include halogen 
ion, sulfate ion and COO - . Alkali metal ion represented by M can be exemplified by Na + and K + . Examples of ammonium 
ion represented by M not only include NH 4 + derived from ammonia, but also include alkylammonium ions derived from 
amines such as volatile amines such as methylamine, dimethylamine, trimethylamine, ethylamine, diethylamine, tri- 
ethylamine, n-propylamine, n-butylamine, allylamine, ethylenediamine, morpholine and pyridine; and non-volatile 
amines such as mono-, di- or triethanolamine, mono-, di- or triisopropanolamine, aminoethyl propanol, aminoethyl 
propanediol and lysine. 

[0035] The block containing unit represented by any of the foregoing formulae (1) to (5) can be manufactured by 
using, as a monomer, a double-bond-containing compound corresponded to any of the units represented by the for- 
mulae (1) to (5). Even for the case where the compounds corresponded to the units represented by the formulae (1) 
to (5) are not used, the block can be manufactured by polymerizing other monomer and subjecting the product to post- 
treatment such as hydrolysis. For example, a block copolymer having a block composed of the unit represented by 
the formula (1) can be manufactured also by using (meth)acrylic ester as a copolymerization monomer, in which a 
copolymer having a block composed of such monomer is synthesized, and the obtained block is then hydrolyzed (and 
is further neutralized if necessary). The block copolymer may be such as having two or more species of the blocks 
composed of the unit represented by any of the formulae (1 ) to (5). 

[0036] Examples of the compounds having ethylenic unsaturated bond, capable of composing the block copolymer, 
(including examples of the compounds capable of forming the units represented by the formulae (1) to (5)) are listed 
below, where the present invention is by no means limited by these specific examples. 
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Specific examples of the nonionic monomers: 

[0037] Acrylic esters such as unsaturated methyl aery late, ethyl acrylate, />propyl acrylate, Isopropyl acrylate, n- 
butyl acrylate, isobutyl acrylate, t-butyl acrylate, n-pentyl acrylate, n-hexyl acrylate, cyclohexyl acrylate, n-heptyl acr- 
ylate, n-octyl acrylate, 2-ethylhexyl acrylate, nonyl acrylate, decyl acrylate, dodecyl acrylate, phenyl acrylate, tolyl acr- 
ylate, benzyl acrylate, isobornyl acrylate, 2-methoxyethyl acrylate, 3-methoxybutyl acrylate, 2-hydroxyethyl acrylate, 
2-hydroxypropyl acrylate, stearyl acrylate, glycidyl acrylate, 2-aminoethyl acrylate, Y-(methacryloyloxypropyl)trimeth- 
oxysilane, y-(methacryloyloxypropyl)dimethoxysilane, ethylene oxide adduct of acrylic acid, trifluoromethylmethyl acr- 
ylate, 2-trifluoromethylethyl acrylate, 2-perfluoroethylethyl acrylate, 2-perfluoroethyl-2-perfluorobutylethyl acrylate, 
2-perfluoroethyl acrylate, perfluoromethyl acrylate, diperfluoromethyl methyl acrylate, 2-perfluoromethyl-2-perfluoroe- 
thyl methyl acrylate, 2-perfluorohexyl ethyl acrylate, 2-perfIuorodecyI ethyl acrylate and 2-perfluorohexadecyl ethyl 
acrylate; aromatic alkenyl compounds such as styrene, ot-methylstyrene, p-methylstyrene, and p-methoxystyrene; vinyl 
cyanide compounds such as acrylonitrile and methacrylonitrile; conjugated diene-base compounds such as butadiene 
and isoprene; halogen-containing unsaturated compounds such as vinyl chloride, vinylidene chloride, perfluoroethyt- 
ene, perfluoropropylene and vinylidene fluoride; silicon-containing unsaturated compounds such as vinyl trimethoxysi- 
lane and vinyl triethoxysilane; unsaturated dicarboxylic acid compounds such as maleic anhydride, maleic acid, 
monoalkyl ester and dialkylester of maleic acid, fumaric acid, and monoalkyl ester and dialkyl ester of fumaric acid; 
vinyl ester compounds such as vinyl acetate, vinyl propionate, vinyl pivalate, vinyl benzoate and vinyl cinnamate; male- 
imide-base compounds such as maleimide, methyl maleimide, ethyl maleimide, propyl maleimide, butyl maleimide, 
hexyl maleimide, octyl maleimide, dodecyl maleimide, stearyl maleimide, phenyl maleimide and cyclohexyl maleimide; 
methacrylic esters such as methyl methacrylate, ethyl methacryfate, n-propyl methacrylate, isopropyl methacrylate, n- 
butyl methacrylate, isobutyl methacrylate, tert-butyl methacrylate, n-pentyl methacrylate, n-hexyl methacrylate, cy- 
clohexyl methacrylate, n-heptyl methacrylate, o-octyl methacrylate, 2-ethylhexyl methacrylate, nonyl methacrylate, de- 
cyl methacrylate, dodecyl methacrylate, phenyl methacrylate, tolyl methacrylate, benzyl methacrylate, isobornyl meth- 
acrylate, 2-methoxyethyl methacrylate, 3-methoxybutyl methacrylate, 2-hydroxyethyl methacrylate, 2-hydroxypropyl 
methacrylate, stearyl methacrylate, glycidyl methacrylate, 2-aminoethyl methacrylate, Y-(methacryloyloxypropyl)tri- 
methoxy silane, y-(methacryloyloxypropyl)dimethoxy methyl silane, ethylene oxide adduct of methacrylic acid, trifluor- 
omethyl methyl methacrylate, 2-trifluoromethyl ethyl methacrylate, 2-perfluoroethyl ethyl methacrylate, 2-perfluoroe- 
thyl-2-perfluorobutyl ethyl methacrylate, 2-perfluoroethyl methacrylate, perfluoromethyl methacrylate, diperfluorome- 
thyl methyl methacrylate, 2-perfluoromethyl-2-perf luoroethyl methyl methacrylate, 2-perfIuorohexyl ethyl methacrylate, 
2-perfluorodecyl ethyl methacrylate, and 2-perfluorohexadecyl ethyl methacrylate; monomers derived from (meth)acr- 
ylate or (meth)acryiamide with C 2 ^ alkylene oxide such as hydroxyethyl (meth)acrylate, polyethylene glycol (meth) 
acrylate, methoxypoly(ethylene glycol/propylene glycol)mono(meth)acrylate, polyethylene glycol di(meth)acrylate and 
N-polyalkyleneoxy(meth)acrylamide; and hydrophilic nonionic monomers such as N-cyclohexyl maleimide, N-phenyl- 
maleimide, N-vinylpyrrolldone, N-(meth)acryloyl morpholine and acrylamide. 

Specific Examples of Anionic Monomer 

[0038] unsaturated carboxylic acid compounds such as (meth)acrylic acid, maleic acid, maleic anhydride, itaconic 
acids, fumaric acid and crotonic acid; half ester compounds derived from an unsaturated polybasic acid anhydride (e. 
g., succinic anhydride, phthalic anhydride) and a hydroxyl-group-containing (meth)acrylate (e.g., hydroxyethyl (meth) 
acrylate); compounds having a sulfonic acid group such as styrenesulfonic acid and sulfoethyl (meth)acrylate; and 
compounds having a phosphonic acid group such as acid phosphooxyethyl(meth)acrylate. . 
[0039] There anionic unsaturated monomer can be used in a form of intact acid or partially-neutralized or completely- 
neutralized form, or can be subjected to copolymerization in a form of intact acid and can partially or completely be 
neutralized. Examples of the base used for the neutralization include alkali metal hydroxide such as potassium hydrox- 
ide and sodium hydroxide; aqueous ammonia solution; and amine compounds such as mono-, di- and tri-eth- 
anolamines, and trimethylamine. 

Specific Examples of Cationic Monomer 

[0040] Cationic monomers obtained by cationizing N,N-dimethylaminoethyl(meth)acrylate, N,N-diethylaminoethyf 
(meth)acrylate, N,N-dimethylaminopropyl (meth)acrylate, N,N-diethylaminopropyl (meth)acrylate, N,N-dimethylami- 
noethyl (meth)acrylamide, N,N-diethylaminoethyl (meth)acrylamide, N,N-dimethylaminopropyl (meth)acrylamide, N, 
N-diethylaminopropyl(meth)acrylamide, p-dimethylaminomethyl styrene, p-dimethylaminoethyl styrene, p-diethylami- 
nomethyl styrene or p-diethylaminoethylstyrene using a cationizing agent (e.g., alkyl halides such as methyl chloride, 
methyl bromide and methyl iodide; dialkyl sulfates such as dimethyl sulfate; epichlorohydrin-adduct of tertiary amine 
mineral acid salt such as N-(3-chloro-2-hydroxypropyl)-N,N,N-trimethylammonium chloride; inorganic acids such as 
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hydrochloric acid, hydrobromic acid, sulfuric acid and phosphoric acid; and carboxylic acids such as formic acid, acetic 
acid and propionic acid). 

Specific Examples of Amphoteric Monomer 

[0041] Compounds obtained by reacting the above-described examples of the cationic monomer precursors with a 
modifying agent such as sodium haloacetate or potassium. 

Specific Examples of Polarized Monomer. 

[00421 Amine oxides of N. N-dimethylaminoethyl (meth)acrylate, N.N-diethylaminoethyl (meth)acrylate, N.N-dimeth- 
ylaminopropyl (meth)acrylate. N.N-diethylaminopropyl (meth)acrylate. N.N-dimethylaminoethyl (meth)aciylam.de, N, 
N-diethylaminoethyl (meth)acrylamide. N.N-dimethylaminopropyl (meth)acrylamide. N.N-diethylaminopropyl(meth) 
aciylamide, vinyl N.N-dimethylaminopropionate, p-dimethylaminomethylstyrene. p-dimethylaminoethylstyrene. p-di- 
15 ethylaminomethylstyrene and />diethylaminoethylstyrene. 

[0043] These monomers can be used in a singular manner or in any combination of two or more species. Among 
these acrylic esters, methacrylic esters, aromatic alkenyl compounds, vinyl cyanide compounds, conjugate diene- 
base compounds or halogen-containing unsaturated compounds are preferably used in view of its readiness in indus- 
trial availability. . . 
20 [0044] A preferable embodiment of the block copolymer can be exemplified by a block copolymer comprising at least 
one species each of a block composed of an ethylenic unsaturated carboxylic acid unit, and a block composed of an 
ethyleninc unsaturated carboxylate ester unit. The ethylenic unsaturated carboxylic acid unit is preferably a unit which 
is derived from a hydrophilic monomer and has a high Tg. Preferred examples of such a unit include units derived from 
acrylic acid and methacrylic acid. On the other hand, the ethylenic unsaturated carboxylate ester unit is preferably a 
25 unit which is derived from a hydrophobic monomer and has a low Tg. Preferred examples of such a unit include units 
derived from acrylic esters and methacrylic esters. Compositional ratios of the ethylenic unsaturated carboxylic acid 
block and the ethylenic unsaturated carboxylate ester block composing the polymer are preferably 10 to 90% by weight 
for the former and 90 to 10% by weight for the latter, more preferably 15 to 80% by weight for the former, and 80 to 
1 5% by weight for the latter, and still more preferably 20 to 50% by weight for the former, and 80 to 50% by weight for 
30 the latter The ethylenic unsaturated carboxylic acid block less than 1 0% by weight tends to make the block copolymer 
insoluble into water, and the ethylenic unsaturated carboxylate ester block less than 10% by weight tends to worsen 
the film-forming ability and to considerably degrade rubber elasticity of the polymer. 

[0045] It is to be noted that "unit derived from a compound" in the context of this patent specification means not only 
- a unit obtained after pblymerizingnhe compound as a monomer, but also means a unit structurally denved from the 
as compound obtained after the post-treatment such as hydrolysis as described in the above. 

[0046] The block copolymer may have any form of diblock copolymer, triblock copolymer and multi-block copolymer, 
without departing from the straight-chain structure. For example, the block copolymer having a hard block A (h.gh-Tg 
block) and a soft block B (low-Tg block) may have any form of A-B diblock copolymer, A-B-A tnblock copolymer, B-A-B 
triblock copolymer and (A-B)„ multi-block copolymer. Among theses, A-B-A triblock copolymer, (A-B) n multi-block co- 
40 polymer and mixture of these are preferable in view of providing rubber elasticity to the polymer. 
[0047] The block copolymer has a straight-chain structure. 

[0048] The block copolymer is preferably dispersible or soluble in water and/or alcohol. The solubility in water (or 
solubility in alcohol) of the block copolymer can be confirmed by stirring 1 weight part of the block copolymer and 99 
parts by weight of detonized water and/or ethanol-mixed solution at 60°C for 2 hours, cooling the mixture, allowing the 
45 mixture to stand at room temperature for a day. and observing that the resultant aqueous solution is kept homogeneous 
without producing precipitate, and shows a light transmissivity of 70% or more at 655 nm. "Dispersible" in the conte* 
of this patent specification means that fine particles of the copolymer can disperse in water and/or alcohol without 
causing precipitation, and is kept in an emulsified form or latex form. 

[0049] The block copolymer is preferably manufactured by controlled polymerization. The controlled polymenzation 
so can be exemplified by living anionic polymerization, radical polymerization using a chain-transfer agent, and recently- 
developed living radical polymerization. Among these, living radical polymerization, a sort of controlled radical polym- 
erization, is preferable because the method is successful in readily controlling the molecular weight and structure of 
the resultant block copolymer. 

[0050] Living radical polymerization refers to a radical polymerization during which activity of the polymenzation 
55 terminal is kept without being lost. Living polymerization in a narrow sense refers to polymerization during which the 
terminal keeps on maintaining the activity, but is generally understood as including also pseudo-living polymerization 
in which inactivated terminal and activated terminal are kept in an equilibrium. The latter meaning is adopted in this 
patent specification. In recent years, living radical polymerization has extensively been studied by many teams, and 
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known achievements include a method using a chain-transfer agent such as polysulfide; methods using radical trapping 
agents such as cobalt porphyrin complex (J. m. Chem. Soc., 1994, 116, 7943) and nitroxide compound (Macromole- 
cules, 1994, 27, 7228); and atom-transfer radial polymerization (ATRP) using an organic halide as an initiator, and 
using a transition metal complex as a catalyst. Any of these methods may be adopted to the present invention, where 

5 atom-transfer radical polymerization is preferably adopted in view of simplicity in the control. 

[0051] In atom-transfer radical polymerization, organic halide or halogenated sulfonyl compound can be used as an 
initiator, and a metal complex, having a metal selected from Group VIII, Group IX, Group X and Group XI elements in 
the periodic table as a central metal, can be used as a catalyst Specific processes of the atom-transfer radical polym- 
erization, typically described by Matyjaszewski era/. (J. Am. Chem. Soc. 1995, 117, 5614; Macromolecules, 1995, 28, 

10 7901 and Science, 1996, 272, 866) and by Sawamoto et al. (Macromolecules, 1995, 28, 1721), are preferably used 
also for the present invention. These methods can successfully proceed in a living manner despite that the polymeri- 
zation speed is extremely large and the radical polymerization system is highly causative of termination reaction typ- 
ically due to inter-radical coupling, and can produce a polymer having a narrow molecular weight distribution, namely 
has a Mw/Mn of 1.1 to 1.5 or around. The molecular weight can freely be controlled by charged amount ratio of the 

15 monomer to initiator. 

[0052] In the atom-transfer radical polymerization, mono-functional, bi-functional or poly-functional organic halide, 
or halogenated sulfonyl compound can be used as an initiator. These may appropriately be selected depending on 
purposes, where mono-functional compound is preferably used as an initiator for the manufacture of the diblock co- 
polymer, and bi-functional compound is preferably used for the manufacture of the triblock copolymer. 
20 [0053] Examples of the mono-functional compounds which can be used as an initiator are listed below: 

CgHij-CH 2 X; 
C 6 H 5 -C(H)(X)-CH 3 ; 
C 6 H 5 -C( X ) (CH3) 2 ; 
25 R"-C(H) (X)-COOR 12 ; 

R 11 -C(CH3) (X)-COOR 12 ; 
R 11 -C(H) (X)-CO-R 12 ; 
R 11 -C(CH 3 ) (X)-CO-Ri2 ; and 
R 11 -C 6 H 4 -S0 2 X. 

30 

[0054] In these formulae, C 6 H 4 represents a phenylene group (any of ortho-substitute, meta-substitute and para- 
substitute allowable). R 11 represents a hydrogen atom, C 1 . 20 alkyl group, C^o ary* 9 rou P or £7-20 aralk yl group. X 
represents chlorine, bromine or iodine. R 12 represents a C V2 o mono-valent organic group. 
[0055] Examples of the bi-functional compounds which can be used as arr initiator are listed below: 

35 

X-CH 2 -CgH 4 -CH 2 -X; 

X-CH(CH 3 )-C 6 H 4 -CH(CH 3 )-X; 
* X-C(CH 3 ) 2 -C 6 H 4 -C(CH 3 ) 2 -X; 

X-CH(COOR 13 )-(CH 2 ) n -CH(COOR l3 )-X; 
40 X-C(CH 3 )(COOR 13 )-(CH 2 ) n -C(CH 3 )(COOR 13 )-X; 

X-CH(COR 13 )-(CH 2 ) n -CH(COR 13 )-X; 

X-C(CH 3 )(COR 13 )-(CH 2 ) n -C(CH 3 )(COR 13 )-X; 

X-CH 2 -CO-CH 2 -X; 

X-CH(CH 3 )-CO-CH(CH 3 )-X; 
45 X-C(CH 3 ) 2 -CO-C(CH 3 ) 2 -X; 

X-CH(C 6 H 5 )-CO-CH(C 6 H5)-X; 

X-CH 2 -COO-(CH 2 ) n -OCO-CH 2 -X; 

X-CH(CH3)-COO-(CH 2 ) n -OCO-CH(CH 3 )-X; 

X-C(CH 3 ) 2 -COO-(CH 2 ) n -OCO-C(CH 3 ) 2 -X; 
50 X-CH 2 -CO-CO-CH 2 -X; 

X-CHtCH^-CO-CO-CHfCH^-X; 

X-C(CH 3 ) 2 -CO-CO-C(CH3) 2 -X; 

X-CH 2 -COO-C 6 H 4 -OCO-CH 2 -X; 

X-CH(CH 3 )-COO-C 6 H 4 -OCO-CH(CH 3 )-X; 
55 X-C(CH 3 ) 2 -COO-C 6 H 4 -OCO-C(CH 3 ) 2 -X; and 

X-S0 2 -C 6 H 4 -S0 2 -X. 

[0056] In these formulae, R 13 represents a C^q alkyl group, aryl group or C 7 . 20 aralkyl group, where two or 
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more R 13 groups exist in one molecule may be same or different each other. C 6 H 4 represents a phenylene group (any 
of ortho-substitute, meta-substitute and para-substitute allowable). C 6 H 5 represents a phenyl group, n is an integer 
from 0 to 20, and X represents chlorine, bromine or iodine. 

[0057] Examples of the poly-functional compounds which can be used as an initiator are listed below: 

C6H 3 -(CH 2 -X) 3 ; 

C 6 H 3 -(CH(CH 3 )-X) 3 ; 

C6H 3 -(C(CH 3 ) 2 -X) 3 ; 

C 6 H 3 -(OCO-CH 2 -X) 3 ; 

C 6 H 3 -(OCO-CH(CH 3 )-X) 3 ; 

C 6 H 3 -(OCO-C (CH 3 ) 2 -X) 3 ; and 

C 6 H 3 -(S0 2 -X) 3 . 

[0058] In these formulae, C 6 H 3 represents a three-substituted phenyl group (any position of substituents on the 1- 
to 6-positions allowable). X represents chlorine, bromine or iodine. 

[0059] Use of organic halide or halogenated sulfonyl compound having a functional group not contributable to initi- 
ation of the polymerization is successful in readily obtaining a polymer having such functional group on the molecular 
terminal. Examples of the functional group can be exemplified by alkenyl group, hydroxyl group, epoxy group, amino 
group, amido group and silyl group. 

[0060] The organic halide and halogenated sulfonyl compound which can be used as an initiator are such as those 
having an activated carbon- halogen bond, the carbon of which is also bound to a carbonyl group, phenyl group or the 
like, thereby exhibiting the polymerization initiation property. 

[0061] The amount of use of the initiator may be determined in terms of ratio to the monomer, considering the mo- 
lecular weight required for the block copolymer. In other words, the molecular weight of the block copolymer can be 
controlled by the number of monomer molecules used per one initiator molecule. 

[0062] The transition metal catalyst used as a catalyst in the atom-transfer radical polymerization is not specifically 
limited, where preferable examples include monovalent and zero-valent copper, divalent ruthenium, divalent iron and 
divalent nickel complexes. Among these, copper complex is preferably used in view of cost and controllability of the 
reaction. When the complex is used as the metal catalyst, the complex may preliminarily be synthesized and added 
to the polymerization system, or may be produced in the system by adding a metal salt and ligand capable of forming 
a complex with the metal through coordinate bond respectively into the polymerization system. Among these, a pref- 
erable method is such as using copper halide as the metal catalyst together with an amine compound capable of 
forming coordinate bond with copper, and adding these substances into the polymerization system. 
[0063] Monovalent copper compounds which can be used as a catalyst for the atom-transfer radical polymerization 
can be exemplified typically by copper (I) chloride, copper (I) bromide, copper (I) iodide, copper (I) cyanide, copper (I) 
oxide and copper (I) perchlorate. The copper compound can preferably be used together with a ligand for enhancing 
the catalytic activity, and examples of the ligand include 2,2-bipyridyl and its derivatives, 1,10-phenanthroline and its 
derivatives, and polyamines such as tetramethyletylene triamine(TMEDA), pentamethyldiethylene triamine and hex- 
amethyl(2-aminoethyl)amine. Divalent tris-triphenylphosphine complex of ruthenium (RuCI^PPh^) is also preferable 
as the catalyst. Use of ruthenium as the catalyst may preferably be associated with addition of aluminum alkoxide as 
an activator. Also bis-triphenylphosphine complex of divalent iron (FeCyPPhgk), bis-triphenylphosphine complex of 
divalent nickel (NiCI^PPhgk), and bis-tributylphosphine complex of divalent nickel (NiBr 2 (PBu3) 2 ) are good catalysts. 
There are no specific limitations on the catalyst to be used, and amount of use of the ligand and activator, and may 
appropriately be determined considering relations with the amounts of initiator, monomer and solvent, and a desired 
reaction speed. 

[0064] The atom-transfer radical polymerization can be proceeded under a solventless condition (bulk polymeriza- 
tion) or in a variety of solvents. Examples of available solvents include hydrocarbon solvents such as benzene and 
toluene; ether solvents such as diethyl ether and tetrahydrofuran; halogenated hydrocarbon solvents such as methyl- 
ene chloride and chloroform; ketone solvents such as acetone, methyl ethyl ketone and methyl isobutyl ketone; alcohol 
solvents such as methanol, ethanol, propanol, isopropanol, n-butanol and f-butanol; nitrile solvents such as acetonitrile, 
propionitrile and benzonitrile; ester solvents such as ethyl acetate and butyl acetate; carbonate solvents such as eth- 
ylene carbonate and propylene carbonate; and other solvents such as dimethylformamide, dimethylsulf oxide, N-meth- 
ylpyrrolidone and water. These solvents may be used in a singular manner or as a mixture of two or more species. 
The solventless process is referred to as bulk polymerization as described in the above. On the other hand, when any 
solvent is used, the amount of addition of the solvent may appropriately be determined considering relation between 
viscosity of the entire system and necessary stirring efficiency (i.e., reaction speed). 

[0065] The atom-transfer radical polymerization can be proceeded within a range from room temperature to 200°C, 
and more preferably from 50 to 150°C. 
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[0066] Specific methods lor manufacturing the block copolymer based on the atom-transfer radial polymeria,™ 

n n 1 ° r P 0 ^™^ the next block; and a method in which separately-prepared monomers 
method b, T r ° U9h reaC ' i0a ^ meth0dS may Pr ° per, y be se,ected de P^na on purposes where the 

Z^Z22S££!r 01 the monomer or use of ,he in — preLbIe h - 

S2?! ? 6re iS ."° SPeCi,i ° ' imitati0n ° n the me,h0d °' manu 'acturing the block copolymer, where the controlled 

SlSr rt n Tl^ SeqUen,ia ' addi,, '° n 0< ' he — ers usi "9 copper ha'lide as ^ysUoSS 
with am ne l.gand is preferable since such method is successful in facilitating control of the molecular wiw oTthe 
resu.tan b.ock copolymer, .n particu.ar. use of dimethyiformamide as a reaction solvent bi£££2E££ 
JLaf T SPe6d 030 be inCreaSed based on che,a,e effecl ^pec. to the catalyst 

n!L r °? C0P ° lymer ° b,ained by ,he P^^ation may be used for the cosmetic polymer composition of 
%Z £ T " " f ,0m1 ' ° f " Sed af,er bei " 9 sub * c < ed ,0 lbe Post-treatment sucn aTE^T^ 
of the modrf.cat.on ra«,o by the post-treatment is successfu. in adjusting various characteristics of the Sn. bS 

amples of the post-treatment include hydrolysis, quatemization and amine-oxide forming treatment An exemolany 

acryl.cac.cl-denvedormethacryl.cac.d-denvedblockhavingcarboxylicacidgroupasahydrophilicqrouDfe^ abk>ck 
having he urn. represented by the formu.a (1)). Hydrolysis of ester can be carried out K^3£&£S 
as hydrochloncaad and p-toluenesu.fonic acid, orabase catalyst such as sodium hydJde Tte^^^SlS 
can be controlled by the amount of use of the catalyst and reaction time. The VSS^SSS^ 

izatn^r e r d aft r bein9 par,iaHy ° r comp,e,eiy neu,rafeed - a «*«™» o2^^!2K22r 

.zajon is base, and examples of the base include alkali metal hydroxide such as potassium hydroxide and sod um 
hydroxy: and am,ne compounds such as aqueous ammonia so.ution, mono-, di- and tri-ethanoSX and Sh 

!!S - Q " a,emi2ation of a b,ock composed of amino-group-containing methacrylate or the like can produce a block 
hav.ngacat.omc quaternary ammonium group(e.g.. the block represented by tneTormula (2)). ^3^1^ 
be proceeded by us.ng a cationizing agent, examp.es of which include a.ky. ha.ides such « methj S Z 

2 3nd h me K d,alkyl SU ' ,a,eS SUCh as dimeth W epich.orohydrin-adduct oZ^ 1 '2 

aad salt such as N- 3-ch.o^^^ 

popSic^ 

Tblock Jh , ^ f ° rm 3 b '° Ck haVi " 9 amine 0Xide 9 rou P- which is a P°' ari2 ed group, by subjecting 

flrpt^ thebSk 
represented by the formula (3)). The amine-oxide-forming treatment can be carried out by using peracfds such^s 

pe^oxfr amm ° ni r TT* SOd ' Um PerSUlfa,e ' PeraC6tiC add ' -ta-ch.oropeSr^ S ben^ 

mZ V y Per0X,de and 30 f0rth: and an oxidi2in 9 a 9 e "« such as ozone: V 

[0070] The copolymer used for the cosmetic polymer composition of the present invention is prelerablvcanab.P of 
form.ng a film having a Young's modu.us of 50 MPa to 1.000 MPa. and an efongatio ^4 S lu^to 1 00^ 
Young^modu.us .ess than 50 MPa may reduce the effect of the present inventL. and on the o^ hand excS™ 
I im IZl harden the «° '" a 'eby ^grade the tee. of touch. The e.ongation percent 

e^ni t oSnT, redUCe °' PreSem inVen,i ° n - and an effort to oWai " a «^il ty as fcrge as 

exceeding 1 .000 /o tends to excess^ely .ncrease the production cost typically because a specialized monomer is nec- 

S Trl anZntr " ^ '""f^ °' ,0m,in9 3 *» a Y ° u "9' s of 1 00 Mpa «o 000 

I'' 8 IT 161 , " b,0Ck C ° POlymer Ca " ' 0rm 3 ^ Yo «"9' s -odu.us an2 
apDTedra^tfnr above - desc «bed ranges, the cosmetic po.ymer composition of the present invention 

^:^TZi^^ ui in ensurin9 a desirabie s,y,in9 a ™«- and in pro ^ a ^ «— » 

II. (b1) Anionic Polymer 

tS th? n btir n di r ntof thecosmeticp ^ 

I!?!^^^?? 6 '^ COmP K° nent (3) ' and 30 ani ° niC P 0 ^ 6 ' havi " 9 an ank »" ic TO - component (bT) 
ll e h rnb0d,men, 15 P re,erable as a ha-r cosmetic polymer composition. The anionic polymer is preferably selected 

ether/ltT^ ?2? T amP ' eS °' "* antanfc P °' ymer avai,ab,e as «he comment (bl, t^JESJZi 
ether/male.c anhydnde alky, half ester copolymer such as Gantrez ES-225. ES-425 A^25 V-225 V-425 M of I ^hTse 
are products of ,SP> ; viny, acetate/crotonic acid copo.ymer such as Res.; 28-1310 VS^auZt^Z 



12 



EP 1 440 680 A1 



ZSSSSSSi T ?2 ( , P ^ BASF AG),Vinyl aceta,e/cro ^ acidA/inyineodecanoate copo.ymer 

%ZZ%Z ? (Pr0dUCt °' BASF AG): Vinyl a «*ate/monobutyl maleate/isobomy. achate copoT 

Zdurt o, BAsSfnd n TSf °H ' SP) ; f meth)aC,y,iC acid/ ^^ «P«*"er such as LuLeMuS 
(product of BASF AG) and Diahold (product of Mitsubishi Chemical Corporation)- acrylic acid/acrvlamide riPriua.h™ 

ESSS" 1 ? as H ^ ah0,d = Stro "9. U'Tahold 8 (two theses products aTe from bSf^SS^^!^ 
(meth)acryhc ac,d/(me(h)acry.ate copolymer such as Luviflex VBM35 (product of BASF AG)' die^hylene qJvcoVcv^ 

am in r s s rct um r oxi f e and po,assium hydroxide; ^ co^^l* » wSi^jss 

d nTimt^/ f ^o* 0 '' aminome ^P'0Propanedi0l; basic amino acids such as .ysine, arginine a2 
d^Among these. 2-ammc- 2 -me,„ y M -propane, and potassium hydroxide are particular^ preferable in Z ^Z 



HI- (b2) Cationic Polymer 



SpLiSir^r rt ° K ,he p : esent inven,ion re,a,es ,o a comp ° siti °" »• wock copo*™ as 

2nT— COnSti,Uen ' S N - Viny,Pyrr0,id0 - ^ N-viny.capro.aCam and a cationic-group-con- 
© polymer or copolymer of dimethyl diallyt ammonium* 

^SJ^S!^^.'^ inC ' Ude ^Wrrolicon^dimethy.aminoett.y. me.hacryla.e co- 
polymer sucn as faafquat 755N, 755, 734 (all of these are products of ISP) and Luviquat PQ11 forodurt of ra<;f am- 
r q r W r ol,done/dime,h y ,a ™"oethy. methacrylate copolymer such as Copolymer ^ Z a^^^ 

H^SZ^^T^T^ 10 ™ 1 '^'ammonium -S* such G Squa« 

FC550 FC905 HM 2'^^ ^ uatemized me %' ™yl imidazo.ium copolymer such as Luviquat FW70 
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[0079] Examples of the modified-natural-product-base cationic polymer include hydroxyethyl cellulose/dimethyldial- 
lylammonium chloride copolymer such as Celquat H-100, L200 (products of National Starch and Chemical Company); 
reaction product of hydroxyethyl cellulose with epoxized trimethylammonium compound such as Celquat SC-240, SO 
240C, SC-230M (products of National Starch and Chemical Company), Ucare Polymer JR-125, JR-400, JR-30M 
s (products of Amacol), Leoguard G (product of Lion Corporation), Catinal HC, LC (products of Toho Chemical Industry 
Co., Ltd.); and quaternized Kitamer KC (product of Amacol). 

[0080] The cationic polymer as the component (b2) preferably contains the unit composed of the cationic polymer 
or its quaternized product in an amount of 5% by weight or above, more preferably 10% by weight or above, and still 
more preferably 1 5% by weight or above. 
w [0081] The weight-average molecular weight of the cationic polymer (b2) is preferably 5,000 to 1,000,000, more 
preferably 10,000 to 500,000, and still more preferably 20,000 to 300,000. 

[0082] In this embodiment relating to the hair cosmetic polymer composition, ratio by weight ((a)/(b2)) of the block 
copolymer (a) and the cationic polymer (b2) is preferably falls in a range from 1/10 to 10/1, and more preferably from 
1/5 to 10/1. The ratio of (a)/(b2) less than 1/10 may fail in keeping a desired hair style due to a poor styling effect, and 
15 may result in sticking touch due to shortage of elasticity of the hair under high humidity. In addition, a long-term repetitive 
use may raise a problem of build-up. The ratio exceeding 10/1 may result in a poor slipping nature when applied to 
the hair, and this makes combing difficult, and reduces the smoothness after being dried. 

[0083] This embodiment relating to a cosmetic polymer composition preferably contains the component (a) and com- 
ponent (b2) in a total amount of 0.1 to 10% by weight of the entire composition, and more preferably 0. 5 to 8% by 
20 weight. The total amount of less than 0.1% by weight tends to result in only an insufficient styling power, and exceeding 
1 0% by weight may increase the stiff touch and therefore worsen the feel of touch. 

IV. (b3) Nonionic Polymer 

25 [0084] Another embodiment of the present invention relates to a composition containing, together with the block 
copolymer as component (a), a nonionic polymer having a nonionic group as component (b3). This embodiment is 
preferable as a hair cosmetic polymer composition. The nonionic polymers which can be used in this embodiment as 
the component (b3) are preferably selected from the polymers whose constituent is an unsaturated monomer having 
at least one functional group selected from the group consisting of pyrrolidone group, amido group (including N-alkyl 

30 amido), polyether group, formamide group and acetamide group. 

[0085] Specific examples of the polymer having pyrrolidone group include polyvinylpyrrolidone such as Luviskol K- 
12, K-17, K-30, K-60, K-80, K-90 (all of these are products of BASF AG), PVP K-15, K-30, K-60, K-90 and K-120 
(products of ISP); vinylpyrrolidone/vinyl acetate copolymer such as Luviskol VA28, VA37, VA55, VA64, VA73 (products 
of BASF AG), PVP/VA-735, PVP/VA-635, PVP/VA-535, PVP/VA-335, PVP/VA-235 and S-630 (products of ISP); and 

35 vinylpyrrolidone/vinyl acetate/vinyl propionate copolymer such as Luviskol VAP343 (product of BASF AG). 

[0086] Examples of the polymer whose constituent is an unsaturated monomer having an amido group, N-alkyl- 
substituted amido group or polyether group include homopolymers of an unsaturated monomer such as (meth)acryla- 
mide, N-octyl (meth)acrylamide, hydroxyethyl (meth)acrylate, methoxypolyethylene glycol (meth)acrylate, and meth- 
oxypolyethylene glycol • polypropylene glycol (meth)acrylate; or copolymers with (meth)acrylate alkyl (C^ 24 ) ester, 

to vinyl acetate or the like. 

[0087] Examples of the polymer whose constituent is an unsaturated monomer containing an acetamide group or 
formamide group include homopolymers of an unsaturated monomer such as N-vinylacetamide and N-vinylformamide, 
and radical copolymer with alkyl (meth)acrylate (C,. 24 ) ester or vinyl acetate. 

[0088] The nonionic polymer as the component (b3) preferably contains the nonionic group in an amount of 1 0% by 
45 weight or above, more preferably 20% by weight or above, and still more preferably 30% by weight or above. 

[0089] The weight-average molecular weight of the nonionic polymer (b3) is preferably 5,000 to 1,000,000, more 
preferably 10,000 to 500,000, and still more preferably 20,000 to 300,000. 

[0090] In this embodiment relating to a cosmetic polymer composition, ratio by weight ((a)/(b3)) of the block copolymer 
(a) and the nonionic polymer (b3) is preferably falls in a range from 1/10 to 10/1, and more preferably from 1/5 to 10/1. 
50 The ratio of (a)/(b3) less than 1/10 may result in a poor flexibility, a stiff touch on the hair, a poor styling effect, and 
poor setting property of the hair by combing due to flaking or static electricity. On the other hand, the ratio exceeding 
10/1 may result in a poor elasticity and volume in the hair styling due to insufficient hardness, a heavy finish, and a 
degraded feel of touch in the finished style. 

[0091 ] This embodiment relating to a cosmetic polymer composition preferably contains the component (a) and com- 
55 ponent (b3) in a total amount of 0.1 to 10% by weight of the entire composition, and more preferably 0.5 to 8% by 
weight. The total amount of less than 0.1 % by weight tends to result in only an insufficient styling power, and exceeding 
10% by weight may increase the stiff touch and therefore worsen the feel of touch. 
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V. Amphoteric Polymer 

[0092] Another embodiment of the present invention relates to a composition containing, together with the block 
copolymer as component (a), an amphoteric polymer having an amphoteric group as component (b4). This embodiment 

5 is preferable as a hair cosmetic polymer composition. The amphoteric polymer which can be used as the component 
(b4) is preferably a polymer whose constituent is a monomer having a betaine-structured group such as carboxybetaine 
group, sulfobetaine group or phosphobetaine group; or a polymer whose constituents are both of an unsaturated mon- 
omer having an anionic group such as carboxyl group, sulfonic acid group or phosphonic acid group, and an unsaturated 
monomer having a quaternary ammonium salt group. 

w [0093] Examples of the polymer whose constituent is an unsaturated monomer having a betaine-structured group 
include methacryl-base carboxybetaine polymer which is a monohaloacetate-modified product of dimethylaminoethyl 
methacrylate/alkyl methacrylate copolymer, such as Yukaformer 205S, SM, AMPHOSET 301, R102, R402, 510, 201 
and W (products of Mitsubishi Chemical Corporation), which are disclosed in Japanese Laid-Open Patent Publication 
Nos. syo 51-9732, syo 55-104209, syo 61-258804, and hei 7-285832. 

15 [0094] Examples of the polymer whose constituents are bdth of an unsaturated monomer having an anionic group 
such as carboxyl group, sulfonic acid group or phosphonic acid group, and an unsaturated monomer having a quater- 
nary ammonium salt group include a quaternized product of a polymer whose constituents are both of an unsaturated 
monomer having a tertiary amino group and an unsaturated monomer having a carboxyl group, which is typified by 
hydroxypropyl/buthylaminoethyl methacrylate/octylamide acrylate/acrylate copolymer, such as Amphomer 28-4910, 

20 LV-71 and LV-47 (products of National Starch and Chemical Company); and a polymer whose constituents are both 
of a carboxyl-group-containing unsaturated monomer and a quatemary-ammonium-salt-group-containing unsaturated 
monomer, such as Marcoat 295 (product of Cargon), which is diallyl dimethyl ammonium chloride/acrylic acid copoly- 
mer, and as MarcoatPlus 3330 (product of Cargon), which is diallyl dimethyl ammonium chloride/acrylic acid/acrylamide 
copolymer. 

25 [0095] The amphoteric polymer as the component (b4) preferably contains the amphoteric group in an amount of 
5% by weight or above, more preferably 10% by weight or above, and still more preferably 15% by weight or above; 
[0096] The weight-average molecular weight of the ampoteric polymer (b4) is preferably 5,000 to 1,000,000, more 
preferably 10,000 to 500,000, and still more preferably 20,000 to 300,000. 

[0097] In this embodiment relating to a cosmetic polymer composition, ratio by weight ((a)/(b4)) of the block copolymer 
30 (a) and the amphoteric polymer (b4) is preferably falls in a range from 1/10 to 1 0/1 , and more preferably from 1/5 to 

10/1. The ratio of (a)/(b4) less than 1/10 may fail in keeping a desired hair style due to a poor styling effect, and may 

result in a reduced elasticity of the hair under high humidity. On the other hand, the ratio exceeding 10/1 may result in 

a poor slipping nature when applied to the hair, and this makes combing difficult, and produces a feel of creaking. 

[0098] This embodiment relating to a cosmetic polymer composition preferably contains the component (a) and com- 
35 ponent (b4) in a total amount of 0.1 to 10% by weight of the entire composition, and more preferably 0. 5 to 8% by 

weight. The total amount of less than 0.1% by weight tends to result in only an insufficient styling power, and exceeding 

10% by weight may increase the stiff touch and therefore worsen the feel of touch. 

VI. Amine Oxide Group-Containing Polymer 

40 

[0099] Another embodiment of the present invention relates to a composition containing, together with the block 
copolymer (a), an amine-oxide-group-containing polymer (b5). This embodiment is preferable as a hair cosmetic pol- 
ymer composition. The amine-oxide-group-containing polymer (b5) preferably has a polymer structure composed of 
an amine-oxide-group-containing unsaturated monomer (i), and more preferably has a copolymer structure composed 

45 of (i) and a hydrophobic monomer (ii). In this type of copolymer, compositional ratio of the amine-oxide-group-containing 
monomer is preferably 15 to 90% by weight, and compositional ratio of the hydrophobic monomer is preferably 85 to 
10% by weight. The compositional ratio of (i) of less than 15% by weight lowers the water solubility of the resultant 
copolymer, and tends to make it difficult to remove the copolymer by hair wash, and on the other hand, the compositional 
ratio exceeding 90% by weight may cause a tacky feel of touch. 

so [0100] The hydrophobic monomer (ii) is preferably selected from ethylenic unsaturated carboxylic acid esters. 

[0101] The weight-average molecular weight of the amine-oxide-group-containing polymer (b5) is preferably 5,000 
to 1 ,000,000, more preferably 10,000 to 500,000, and still more preferably 20,000 to 300,000. 
[0102] The amine-oxide-containing polymer (b5) can be manufactured by any one of methods selected from © to 
® below. Among these, method© is preferable. It is to be noted that, in this specification, any products obtained by 

55 any of these methods are generally referred to as "having a polymer structure composed of amine-oxide-group-con- 
taining unsaturated monomer". 

© A method of polymerizing an amine-oxide-group-containing monomer (i) obtained by oxide-forming reaction 
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of a nitrogen-containing monomer, 

© a method ot polymerizing a nitrogen-containing monomer and then subjecting the nitrogen-containing group 
to oxide-forming reaction; 

® a method of polymerizing a monomer having a reactive functional group, and then allowing the product to react 
with a compound having both of an active group, reactive to the functional group, and an amine oxide group; and 
® a method of polymerizing a monomer having a reactive functional group, allowing the product to react with a 
compound having both of an active group, reactive to the functional group, and a nitrogen-containing group, and 
then subjecting the nitrogen-containing group to oxide-forming reaction. 

[0103] Specific examples of the amine-oxide-containing polymer (b5) include methacryl-base, amine-oxide-group- 
containing polymer, which is an amine-oxide-modified product of dimethylaminoethyl methacrylate/alkyl methacrylate 
copolymer, such as Diaformer Z-711, Z-712 and Z-731 (products of Mitsubishi Chemical Corporation) (see Japanese 
Laid-Open Patent Publication No. 10-72323). 

[0104] As described in the above, the amine-oxide-group-containing polymer preferably has a polymer structure 
formed of amine-oxide-group-containing unsaturated monomer (i), or more preferably has a copolymer structure 
formed of amine-oxide-group-containing unsaturated monomer (i) and a hydrophobic monomer (ii) or preferably an 
ethylenic unsaturated carboxylate ester. 

[01 05] Specific examples of the amine-oxide-group-containing monomer (i) include those represented by the formu- 
lae (b5-1) to (b5-4). 




R b1 

? . b 
o. 



H 2C=C-f-X*}— ■< N-O ( b5 -2) 



(RM k 



o 



R b7 




(b5-4) 
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where, R b1 represents a hydrogen atom or methyl group, R* 52 and R 53 represent a alkyl group, aryl group or Oj. 2 a 
aralkyl group, which may be identical or may differ from each other; R M and R w independently represent C^ 24 alkyl 
group, Cg.24 aryl group or aralkyl group; X b represents a divalent bonding group; rr^ is an integer of 0 or 1; n 5 is an 
integer from 0 to 4; Pb is an integer from 0 to 3; Y* represents at least one divalent bonding group selected from the 
group consisting of -C(R b11 ) (R b12 )-, -N(R b13 )-, -S- and -O-. At least one of R 56 to R b13 represents a double-bond- 
containing groups represented by CH2=C(R b1 )-(X b ) mb -, and other R* 36 to R b13 respectively represent a hydrogen atom, 
c i-24 alkvl group. aryl group or aralkyl group; and % and r b independently represent an integer from 1 to 10. 
[0106] Specific examples of the monomer represented by the formula (b5-1) include amine oxide compounds such 
as N,N-dimethylaminoethyl acrylate, N,N-dimethylaminoethyl methacrylate (abbreviated as N,N-dimethylaminoethyl 
(meth)acrylate, hereinafter), N,N-diethylaminoethyl (meth)acrylate, N,N-dimethylaminopropyl (meth)acrylate, N,N-di- 
ethylaminopropyl (meth)acrylate, N,N-dimethylaminoethyl (meth)acrylamide, KN-diethylaminoethyl (meth)acryla- 
mide, N,N-dimethylaminopropyl (meth)acrylamide, N,N-diethylaminopropyl (meth)acrylamide, vinyl N,N-dimethylami- 
nopropionate, p-dimethylaminomethylstyrene, p-dimethylaminoethylstyrene, p-diethylaminomethylstyrene and p-di- 
ethylaminoethylstyrene; reaction products obtained by reacting an unsaturated-group-containing acid anhydride such 
as maleic anhydride, itaconic anhydride and crotohic anhydride with a compound having both of a group reactive to 
these acid anhydride group and a tertiary amino group such as N,N-dimethyl-1,3-propaneamine and N,N-dimethyl-p- 
phenylenediamine; and reaction products obtained by reacting an epoxy-group-containing monomer such as glycidyl 
methacrylate with a compound having both of a group reactive to these epoxy groups and a tertiary amino group such 
as N,N-dimethyM ,3-propaneamine, N,N-dimethyl-p-phenylenediamine. Other examples include reaction products ob- 
tained by reacting an epoxy-group-containing monomer such as glycidyl methacrylate with an amine-oxide-containing 
compound having a group reactive to epoxy group such as hydroxyethyl-N,N-dimethylamine oxide; and reaction prod- 
uct obtained by reacting an isocyanate-group containing monomer such as 2-isocyanateethyl methacrylate with an 
amine-oxide-containing compound having a group reactive to isocyanate group such as hydroxyethyl-N,N-dimethyl- 
amine oxide. 

[0107] The monomers represented by the formula (b5-2) include amine-oxide-modified products of alkyl-, aryl- and 
alkylaryl-group-added products, which are exemplified by 2-vinylpyridine, 3-vinylpyridine, 4-vinylpyridine, 2-methyl- 
5-vinylpyridine, 3-methyl-5-vinylpyridine, 4-methyl-5-vinylpyridine, 6-methyl-5-vinylpyridine, 2-methyl-4-vinylpyridine, 

3- methyl-4-vinylpyridine, 2-lauryl-5-vinylpyridine, 2-lauryl-4-vinyIpyridine, 2-(f-butyl)-5-vinylpyridine, 2-(f-butyl)-4-vi- 
nylpyridine. 

[0108] The monomers represented by the formula (b5-3) include amine-oxide-converted products of 1-vinylimida- 
zole, 2-methyM-vinylimidazole, 4-methyl-1-vinylimidazole, 5-methyl-1-vinylimidazole, 2-lauryl-1-vinylimidazole and 

4- (t-butyl)-1 -vinylimidazole. 

[01 09] The monomers represented by the formula (b5-4) include amine-oxide-converted products of 4-vinylmorpho- 
line, 2-methyl4-vinylmorpholine, 4-arylmorpholine, 1-vinylpiperidine, 4-methyl-4-vinylpiperidine, 2-lauryl-1-vinylpiper- 
azine and 4-methylpiperazinoethyl methacrylate. 

[0110] Among these, the monomers represented by the formula (b5-1) are most preferable as the monomer of the 
amine-oxide-group-containing polymer (b5), and in particular, (meth)agryloyloxyalkylene compound in which R b2 and 
R^ are alkyl groups is most preferable. 

[01 1 1] The nitrogen-containing monomer capable of yielding the amine-oxide-group-containing monomer (i) or any 
structure derived therefrom by the above-described methods ® to @ can be exemplified by the monomers repre- 
sented by the formulae (b5-5) to (b5-8) below: 




>b1 



(b5-5) 




,b1 



(b5-6) 
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(b5-7) 



- (b5-8) 



where definitions for R b1 to R b1 °, q b , r b , m b , n b , P^ X b and Y b are respectively same as those in the formulae (b5-1) 
to(b5-4). 

[0112] A portion of the amine-oxide-group-containing monomer (b5) not exceeding 30% by weight thereof may be 
replaced by other hydrophilic monomer (Hi). 

[0113] The hydrophilic monomer (iii) can be exemplified by nonionic, anionic, cationic, or amphoteric monomers 
having both of an anionic and cationic ionicity in one molecule. 

[0114] Of these, specific examples of the nonionic monomer include hydrophilic monomers such as those derived 
from (meth)acrylic acid or (meth)acrylamide reacted with a C 2 ^ alkylene oxide, and (meth)acrylamide, which are ex- 
emplified by (meth)acrylonitrile, N-cyclohexylmaleimide, N-phenylmaleimide, N-vinylpyrrolidone, N-vinylformamide, N- 
vinylacetamide, N-(meth)acryloylmorpholine, hydroxyethyl (meth)acrylate, polyethylene glycol (meth)acrylate f meth- 
oxypoly(ethylene glycol/propylene glycol)mono(meth)acrylate, polyethylene glycol di(meth)acrylate and N-polyoxy- 
alkylene (meth)acrylamide. 

[01 1 5] In this embodiment relating to a cosmetic polymer composition, ratio by weight ((a)/(b5)) of the block copolymer 
(a) and the amine-oxide-group-containing polymer (b5) is preferably falls in a range from 1/10 to 10/1, and more pref- • 
erably from 1/5 to 1 0/1 . The ratio of (a)/(b5) less than 1/1 0 may fail in keeping a desired hair style due to a poor styling 
effect, and may result in a shortage of elasticity of the hair under high humidity. On the other hand, the ratio exceeding 
10/1 may result in a poor slipping nature when applied to the hair, and produces a feel of creaking. 
[01 1 6] This embodiment relating to a cosmetic polymer composition preferably contains the component (a) and com- 
ponent (b5) in a total amount of 0.1 to 10% by weight of the entire composition, and more preferably 0.5 to 8% by 
weight The total amount of less than 0.1 % by weight tends to result in only an insufficient styling power, and exceeding 
10% by weight may increase the stiff touch and therefore worsen the feel of touch. 

VII. Silicone Derivative 

[0117] Another embodiment of the present invention relates to a composition containing, together with the block 
copolymer (a), a silicone derivative (b6). This embodiment is preferable as a hair cosmetic polymer composition. The 
silicone derivative is preferably contained in an amount of 0.01 to 50% by weight of the entire composition, and more 
preferably 0. 1 to 20% by weight. The amount of addition of the silicone derivative less than 0.01 % by weight may result 
in only an insufficient effect of addition, and exceeding 50% by weight may undesirably destabilizes the system. 
[01 1 8] The silicone derivative (b6) is preferably exemplified by poly(di-substituted siloxane) represented by the for- 
mula (b6-1): 
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R e — SiO 



Si— R f 



(b6-1) 



where, R a , R b , R e and R* independently represent a methyl group or phenyl group; R c and R d independently represent 
a methyl group, phenyl group, aminoalkyl group or polyether group; and n is an integer from 3 to 20,000. 
[0119] Among these, those preferably used include dimethylpolysiloxane derivatives represented by the formulae 
(b6-2) to (b6~7) below: 



CH 3 ^ CH 3 
H 3 C-SiO — (-SiO-)^— Si— CH 3 (b6 " 2 * 
CH3 CH3 CH** 



<jH 3 CH 3 ch 3 

R 9 -SiO-f-SiO-V-fSiCH Si— R j ( b6 ^) 

CH 3 CH 3 R h CH 3 

where, p and q respectively represent an integer of one or larger (where p+q is 1 to 500); R a is defined same as that 
in the formula (b6-1) in the above; and R9, R h and R» respectively represent any one functional group selected from 
the group consisting of methyl group, phenyl group, -C r H 2r a(C 2 H 4 0) s -(C 3 H 6 0) r A, -(CH 2 ) U -B, -(CH 2 ) 2 -CF 3 and 
- c v H 2v-C 6 H 5 , which may be identical or may differ from each other, where A represents a hydrogen atom or alkyt 
group, B represents an oxylane ring, r is an integer from 1 to 6, s and t respectively represent integers from 0 to 50, u 
is an integer from 1 to 3, and v is an integer from 0 to 4. 



CH 3 



R HfoVt? i0 t~ Rf 



CH 3 



(bS-4) 



CH 3 CH 3 CH 3 
CH 3 R* R ™ 

where in two above formulae, Ri represents a methyl group or hydroxy! group; R f is defined same as that in the formula 
(6b- 1) in the above; R k represents any groups represented by the formulae (b6-6) or (b6-7) below; R m represents a 
hydroxyl group, hydroxyalkyl group, oxyalkyfene group, or polyoxyalkylene group; and w, x and y respectively represent 
an integer depending on the molecular weight of the derivative. 



19 



EP 1 440 680 A1 



R p 

~ Rn ^ R °Vt NHCH2CH2 )r N " R q (b6_6) 



+ / RP 

— R n ^R°^NHCH 2 CH 2 )— N~R P ■ Z (b6-7) 

RP 

where in two above formulae, R n represents a divalent hydrocarbon group; R° represents -OCH 2 CH 2 -, -OCHfCHjj) 
CH r , -OCH 2 CH(OH)CH 2 - or -OCH 2 CH(CH 2 OH))-; RP and Ri respectively represent a hydrogen atom or monovalent 
hydrocarbon group; a and b respectively represent an integer from 0 to 6; and Z" represents a halogen ion or organic 

[0120] Of these silicone derivatives, dimethylpolysiloxanes represented by the formulae (b6-2) and (b6-3) shown in 
the above, or polyether-modified silicone derivative is particularly preferable. 

[01 21 ] In this embodiment relating to a cosmetic polymer composition, the block copolymer (a) is used in an amount 

of addition of 0.01 to 20% by weight, and the silicone derivative (b) in an amount of 0.01 to 50% by weight. 

[01 22] The amount of use of the block copolymer (a) less than 0.01 % by weight may fail in keeping a desired harr 

style due to a poor styling effect, and may result in a reduced elasticity of the hair under high humidity. On the other 

hand the ratio exceeding 20% by weight may add a stiff touch and worsen the feel of touch. On the other hand, the 

amount of use of the silicone derivative (b) less than 0.01 % by weight may result in a poor slipping nature when applied 

to the hair, and this makes combing difficult, and produces a feel of creaking and the amount of use exceeding 50% 

by weight may degrade the rinsing property after hair wash and may produce a tacky touch of hair. 

[0123] This embodiment relating to a cosmetic polymer composition preferably has a number-average molecular 

weight of relatively as small as 5x1 Q3 to 5x105 for an expected use as a hair styling material, and relatively as large 

as 1 x 1 0 4 to 1 x 1 0 6 for an expected use as a hair conditioner. 

[0124] For the purpose of use of the cosmetic polymer composition of this embodiment as a cosmetic material, the 
amount of addition of the block copolymer (a) adjusted to 0.1 to 10% by weight of the entire cosmetic material is 
successful in obtaining various cosmetic materials, in particular hair cosmetic material. 

VIII. Cosmetic Material 

[0125] The cosmetic polymer composition of the present invention is applicable to cosmetic materials of various 
purposes. Among these, hair cosmetic material, skin cosmetic material and nail cosmetic material are preferable ap- 
plications. The block copolymer can be provided as a polymer showing various characteristics required for vanous 
cosmetic materials, by determining composition of the individual blocks, for example, taking a hard/soft balance, and 
a hydrophilicity/hydrophobicity balance into consideration. For example, a cosmetic material containing the block co- 
polymer composed of a hydrophilic segment, high-strength segment and high-elasticity segment can provide a hair 
cosmetic material having a desirable styling performance, no fear of becoming tacky under a moist condition nor be- 
coming stiff under a dry condition, and a good hair washability which ensures easy-removing property with water. By 
similarly adjusting segment composition of the block copolymer and composition of each segment, the block copolymer 
can be provided also as a skin cosmetic material capable of uniformly spreading over the skin, being felt comfortable 
to the skin, and allowing medically active agent or the like to infuse through the skin. By similarly adjusting segment 
composition of the block copolymer and composition of each segment, the block copolymer can be provided also as 
a nail cosmetic material capable of uniformly spreading over the nail, readily forming a film, and ensuring an excellent 
film-retaining property. 

[0126] The individual cosmetic materials will be detailed in the next. 
VIII-1 Hair cosmetic Material 

[01 27] The cosmetic polymer composition of the present invention is applicable to hair cosmetic materials of various 
purposes, such as shampoo, rinse, treatment, styling agent and permanent wave liquid and the like, and is also appli- 
cable in any form of liquid, cream, emulsion, gel, mousse or the like. For example, the block copolymer can be added 
to publicly-known hair cosmetic materials such as shampoo, rinse, treatment, styling agent and permanent wave liquid, 
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in place of any publicly- known polymers. It is also allowable to use the block copolymer together with the publicly- 
known polymer of conventional use; Although a preferable range of content of the block copolymer in the hair cosmetic 
material may differ depending on forms and purposes of the hair cosmetic material, and also on types and amount of 
other materials to be used in combination, the block copolymer is preferably contained in an amount of 0.01 to 10% 
by weight of the hair cosmetic material. 

[01 28] The next paragraphs will detail embodiments of the present invention applied to the hair cosmetic materials. 
VIIM-1 Styling Agent 

[0129] The word "styling agent" in the context of this specification is used in a broad sense which covers all hair 
cosmetic materials used for hair styling, where any types of aerosol spray, pump-type hair spray, foam-type hair spray, 
hair mist, styling lotion, hair cream arid hair oil are included. The styling agent is generally prepared by dissolving and/ 
or dispersing a polymer having a styling performance in a solvent such as water and/or alcohols such as ethanol and 
isopropanol. In the present invention, the above-described block copolymer can be used as the polymer having a 
styling performance in a singular manner, or in combination with publicly-known general styling polymers of cationic, 
anionic, nonionic or amphoteric type. 

[01 30] Publicly-known cationic polymers applicable to hair styling include ether formed by hydroxycellulose and gly- 
cidyl trimethylammonium chloride (Leoguard G, trade name, product of Lion Corporation)), Polymer JR-30M-125 and 
-400 (trade names, products of Union Carbide)), quatemized product of vinylpyrrolidone-dimethylaminoethyl methacr- 
ylate copolymer (Gafquat 734 and 755, trade names, products of GAF)), dimethyldiallylammonium chloride polymer 
(Merquat 100, trade name, product of Merck), and dimethyldiallylammonium chloride acrylamide copolymer (Merquat 
550, trade name, product of Merck). Anionic polymers for the same purpose include copolymer of (meth)acrylate and 
alkyl methacrylate (Diahold, trade name, product of Mitsubishi Chemical Corporation), Plascize (trade name, product 
of Goo Chemical Co., Ltd.); and copolymer of monoalkyl maleate and methyl vinyl ether (trade name, Gantrez (product 
of ISP)). The nonionic polymers can be exemplified by polyvinylpyrrolidone polymer (PVP, trade name, product of ISP), 
and copolymer of vinylpyrrolidone and vinyl acetate (Luviskol, trade name, product of BASF AG)). The amphoteric 
polymers can be exemplified by methacrylic ester copolymer (Yukaformer AM-75W, trade name, product of Mitsubishi 
Chemical Corporation). 

[0131] In an embodiment of hair cosmetic material (mousse) which can be injected in a foam state, the composition 
thereof is preferably adjusted so that the block copolymer accounts for 0.01 to 1 0% by weight, publicly-known styling 
polymer for 0 to 1 5% by weight, nonionic surfactant for 0. 1 to 5% by weight, liquefied gas for 3 to 25% by weight, and 
water-soluble solvent mainly composed of water for 60% by weight to the residual portion. It is preferable herein that 
the hair cosmetic material is prepared so as to contain water in a content of 60% by weight or above. For an embodiment 
of gel, the composition thereof is preferably adjusted so that the block copolymer accounts for 0.01 to 10% by weight, 
publicly-known styling polymer for 0 to 15% by weight, gel base for 0.1 to 3% by weight, and water for 72% by weight 
to the residual portion. For an embodiment of hair spray, the composition thereof is preferably adjusted so that the 
block copolymer accounts for 0.01 to 10% by weight, publicly-known styling polymer for 0 to 15% by weight, solvent 
for 30 to 80% by weight, and injection agent for 10 to 70% by weight. 

[0132] The nonionic surfactant applicable to hair mousse include sorbitan fatty acid ester, glycerin fatty acid ester, 
polyoxyethylenesorbitan fatty acid ester, polyethylene glycol fatty acid ester, polyoxyethylenealkyl ether, polyoxyeth- 
ylenealkyl phenyl ether, polyoxyethylene castor oil, hardened polyoxyethylene castor oil and fatty acid alkanolamide. 
The injection aid applicable to spray or mousse include liquefied gases such as liquefied petroleum gas, dimethyl ether 
and halogenated hydrocarbon; and compressed gas such as air, carbon dioxide gas and nitrogen gas. 

VIII-1-2 Conditioning Function Providing Agent 

[0133] The word "conditioning function providing agent" in the context of this specification is used in a broad sense 
which covers all hair cosmetic materials used for hair conditioning, where any product forms of shampoo, rinse and 
permanent wave liquid are included. The hair cosmetic materials include those using, as a solvent, water and/or alco- 
hols such as ethanol and isopropanol, which are exemplified by shampoo, rinse and permanent wave liquid; and those 
using, as a solvent, alcohols such as ethanol and isopropanol, or alcohols and/or hydrocarbons having a boiling point 
from 50°C to 300°C, which are exemplified by hair treatment. Similarly to the case of the above-described styling agent, 
the block copolymer may be used as a polymer having a conditioning performance in an singular manner, or in com- 
bination with generally-used conditioning polymers of cationic, anionic, nonionic or amphoteric type. 
[0134] In an embodiment of shampoo, it is prepared by adding the block copolymer to any publicly-known anionic, 
amphoteric or nonionic surfactant base. The anionic surfactant base can be exemplified by N-(fatty acid) acyl-N-methyl- 
p-alanine salt such as N-coconyl-N-methyl-fJ-alanine sodium salt and N-myristoyl-N-methyl-fi-alanine sodium salt; the 
amphoteric surfactant base is exemplified by cocoacidpropyl betaine, dimethyllauryl betaine, bis(2-hydroxyethyl)lauryl 
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betaine, cyclohexyllaurylamine oxide, dimethyllaurylamine oxide and bis(2-hydroxyethyl)laurylamine oxide- and th» 

ammon.um chlonde and stearyl dimelhyl benzyl ammonium chloride * V 

E ov'h 3 " emb °* nenl 01 P^manenl wave liquid, it is prepared by adding the block copolymer to any publiclv- 
KSSar 38 br ° ma,e Sa,,S ^ "* a " d 39en,S SUCh - 'hioglycolicadd aid 

SacTof anvoo^n ^ °' ?* -^T * * * P " P " Bd by ■*** 0,6 b,0Ck in combination with, or in 

Slu^Tn/ 6 V ^ Cat ' 0n,C SUrfaC,ant baSe " and/0r Ca,ionic such as cationic polypeptide ca ionic 

SIfhi J^-iLT^ ma,e "' alS ei,her embodimenl «* StyK"9 agent and conditioning function providing agent 

1*2„ 15 of *f P resen < ,nven " 0 "- Samples of the arbitrary component include hydrocarbons such 
aTcoho f££ ' H 3 f I" 6 ' Paraffin ' SqUa ' ane 3nd °' e,in °^ omer - slight-chain alcohots such as ethanol £ 

alcoS; 2h ' alCOh0 '' b6henyl a ' COh01 ' myris, y' a,coho1 ' <**• alc °"ol *" d <*'ostearvl alcoho blchTd 

alcohols such as monostearylglycerin ether. 2-decyl,e»radecinol, lanolin alcohol, cholesterol phWos^'S dcJ 
decano .sosteary. alcohol and octy. dodecanol; higher fatty acids and their derivatives such a TuTc Tcrt Z fsZ 
SiST ^ ° acid ' behenic ( behe "y') ■* oleic acid. 1,2-hydroxystearic acid, undecyle i acid K 

soluble natural polymer including plant-origin polymers such as carrageenan, pectin agar quince ^SSS. 
longs), algae colloid (brown algae extract), starch (rice. com. potato wheat and rtSSSE^JSE^ 
polymers such as xanthan gum. dextran. pullu.an; and animal-origin! polymers such L^L^an^ITSSS 
h « rnethylcellulose. ethy.ce.lu.ose, methy.hydroxypropy.ce.,ulose, hydroxyeth^eTuS tSSJSE 
emi^ 

sem, synthetic, water-soluble polymers such as sodium arginate and propylene glycol alginate ester vinyl-base oolv 
£££££ 3 ^ P ° ,yViny ' me,hy ' e,her ' Pyrr0 ' idOne - -boxyvinyfpoty.ner (0^) pofyo' 

CiS^SS^? " PO,ye ' hy,ene 9lyC0 ' S 2 ° >000, 4 ' 000 ' 000 and 600 - 0 °0= Setic water-solute poly- 
hTJ.nri^nH P ? ye,hy ' e " e m,n ; ,n0r9an,C wa,er - soluble Polymers such as bentonite. AIMg silicate (Veegum) labonite 

s.licone. N-(fatty acid)acyl-L-glutamate salt such as monosodium N-lauryl-L-glutamate N-(palm oil fattv arirnTTf a 
glu amate. N-(fatty acdJ-N-methyltaunne salt such as lauric acid methyltaurine sodium salt and palm oil fattv acid 
cocoTs 3 ^ 

^ISZtTTlSr? ?, aSSWUUm aC y ,Sarcosina,e - *o«™ acylglutamate. sodium acyl-p-alanine. acy. 
ZS^Z^T^ d,me,h y |am ' n o acetat o betaine. alky, trime.hyl ammonium ch.oride and polyoxyethy ene- 
nZnh™ Z, " Seq " es,erinq aaent such as 1-hydroxyethane-1,1-diphosphonic acid. 1-hydroxyethane-1 1-dt 

SS^SSTr^" Sa,t ' EDTA Sa "- EDTA ,riS ° diUm «*• E ° TA tetrasodium'saltTodium c i a«e 

sod.um i polyphosphate, sod.um metaphosphate and gluconic acid; various UV absorbing agent such as 3 (4 m hi? 
benzy.,den^d,1-campho, 3-benzy.idene-d.1-camphor. urocanic acid, urocanic acid tSJ" 

^e^ 

2^ m > 7 ^ ldene >- 3 - pen,ane - 2 -° ne ' and ' h0Se ° f acid-base. anthranL acid-base salicyik aXoa^T 

annamic acd-base and benzophenone-base; emulsifying agent such as glyceryl monostearat* sTrJS^S^' 

£22^.2^ 9 yco, 9< yce „n, 1,3-buty.ene glyco.. malWol, sorbitol, chondroitin sulfate, hy- 

TZZ k ; a ' elocollaaen - cholesteryl-1,2-hydroxystearate, sodium lactate, bile acid salt, dl-pyrrolidone carboxvlate 

.fhforjrr'M 

tnchlo ocart,an.hde and p.fonol; vasodilators such as carpronium chloride; refreshing agent such as men!™ Urn* 

heidin?nT 7 n,C0 " na,e: Vi,3minS SUCh 33 Vi,ami " A ' B « C ' D and E = ^infectant/antiseptic age^t uch a Mo- 
ami^TciS Tn? e -; s °P ro Py' methy, pheno. and ^oxybenzoa.e ester; chelating agent such as prSn ^hydrofysa T 

foaml,^ P and EDTA Na: PH adjUS,er Such as succinic acid - ^ium succinate and triethLcJamTne' 

SmlZTn 9 Tf' f T ing 39en,; f ° am S,ab,taer: in i ec,ion aaen,s ^ «se in aeroso. product such as «ed 
ST! . ,hy ' ^ SeQues,erin 9 a 9ont: mildewproof agent; emulsifien conditioner thickener anfcxf 

dant, solub^zmg agent; rosin; hydrotrope; hair tonic; crude drugs; dye; and Havering ingredient 
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VIII-2. Skin and Nail Cosmetic Materials 



S h F ° rms 01 ,ne slon and , nail cosme,ic "trials are not specifically limited, where the skin cosmetic materials 

POWder cheekT Tf" "S " Cream ^ ,0,i ° n ' and SUCh as S» 

CL, E?? ' r " P C0 '° r - NaH C ° SmetiC ma,eHa,S include naiI color - nail cafe "ail enamel, 

base coal for nail enamel, and top coat for nail enamel. 

m the cosmetic matenal in an amount of 1 to 30% by weight. The skin care and nail care cosmetic materials can be 

T ethano1 ' ester " base so,ve "< such « •** acetate, ketone-base solvent such Z 
methyl ethyl ketone, and hydrocarbons such as liquid paraffin and vaseline. 



Examples 



lnH 4 !L T i e ,0 "r in . 9 paragraphs wi " specifically describe the present invention referring to exemplary manufacture 
and embodiments, where it is to be understood that the present invention is by no means limited t th^Semc ary 

SSK f l e e mbodim r s ' wi,h r departin9 ,rom ,he spirit 01 the inven,i - » is «<> be 

specified P ^ manU,ac,Urin 9 and are expressed on the weight basis unless otherwise 

I 0 Do.vL!^ fO . ,,OV I in9eXa,TlP,eS ' m0,eCU,arwei 9 htand molecu| arweight distribution were measured byGPC through 
m^TK f Um " USm9 te,rah y drofura n as a mobile phase, and determined on polystyrene basis 
[0143 The glass transition temperature was measured by DSC (differential scanning calorimetry) at a temperature 
elevation speed of 20°C/min conforming to JIS K7121 . °nme«y, at a temperature 

(Exemplary Manufacture 1] (Exemplary Manufacture of 2-E.hy.hexyl Acry.a.e/t-Bu.y. Acry.a.e-Base Block Copolymer 

mi hrL!i1 IfTT^" reaC,i0n V6SSel eqUipP6d With 3 * he ™°couple and a stirring propeller, 430 mg of copper 
(I) brom de was placed and then heated to 80°C. The content of the reaction vessel, under the nitrooen afmosZm 

fof 3 taJSS aC,y,a,e ; 1 04 9 ° P e " ta methy.diethylene triamine and 90 g of diethylamide. After stirred 
wspouedn^ 

I, i^* , M^^ater (5/1) mixed solvent, washed, the supernatant was removed by decantation the de- 

TcTST er d,SSO ' Ved in ,0 ' Uene ' added Wi,h wa,er ,0 ,hereb y se P ar ate the solution into a Syme phase ^ 
*st,l ation, and the residue was dned. The resultant polymer (occasionally referred to as "poly 2 ethylhexyEa e 

mZT k. r a er) W3S '° Und »° have a ^-average molecular weigh, (Mw) of wl 00 wSlZal 
molecula weight (Mn) of 10. 000. and molecular weight distribution (Mw/Mn) of 1 07 • number average 

Slf 3 nrtro 9«H«P«aced reaction vessel equipped with a thermocouple and a stirring propeller 71 5 mq of cooper 
and Z Wa t£ aCed and ^ hGa,ed ,0 8 °° C - The C ° ntent 01 the reac,ion ves ^'. ^er the nit ogen afmospneTe 

£S TT^T* T a mixed so,u,ion con,ainin9 50 9 °< po «y ^ac^ 

SSTi^fh 9 .u^ ^ a,e ' 1735 9 °* P entameth y' Methylene triamine. and 138 g of dimethylformamide After 
^adforShours. the reaction vesse.was quickly cooled in an ice bath to thereby termite the react ~taS 

«h?lZL^r 3 M , eOH f Wa,ef <5/1) miX6d ^ WaShed " lhe SUpe — was — d by decanSon 
ph^l iSSnh ° ^ " ,0 ' Uene> ^ Wi,h Wa,ef 10 ,nereb * Separa,e ,he solu «°" '"to a polymer 

P^ssu 8 ^ 

SSS oU9 SuO n.^ 6S WaS T d reSU,,an, P ° ,ymer W8S '° Und ,0 have 3 weight-average mo.ecu.ar 
of ?S wlh.1 1 ' number " avera 9a Macular weight (Mn) of 37. 500. and molecular weight distribution (Mw/Mn) 

founolo Il^CebM and 7ST ^ h b,0< * C ° P0,ymer Ca,CU,a,ed <™ K£ 

achate in ,h JIS 9 k V We,9n, • respeclive, y- The 'actions of 2-ethylhexyl achate and f-butyl 
acryiate in the block copolymer were also confirmed by 'H-NMR. 
10146] The obtained block copolymer was a triblock copolymer. 

Kom^ 

p f :r»^^ 

10148] Rat.o of hydrolysis of thus obtained block copolymer P-1 was confirmed by acid value titration using a 0.1 
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moI/L aqueous potassium hydroxide solution, and was found to be 1 00%. Glass transition temperature (Tg) was found 
to be -50°C for the 2-ethylhexyl acryiate block, and 1 07°C for the acrylic acid block. Compositional ratio of the obtained 
block copolymer was confirmed by 13 C-NMR measurement, by which weight fractions of 2-ethylhexyl acryiate and 
acrylic acid were found to be 45% by weight and 55% by weight, respectively. 

[Exemplary Manufacture 2] (Exemplary Manufacture of 2-Ethylhexyl Acrylate/t-Butyl Acrylate-Base Block Copolymer 
P-2) 

[0149] Similarly to the manufacturing process described in the above, the reaction was proceeded for 1 hour using 
1 .29 g of copper (I) bromide, 4.11 g of dimethyl-2,6-dibromoheptane dioate, 553.2 g of 2-ethylhexyl acryiate, 3.12 g of 
pentamethyl diethylene triamine, and 280 g of dimethylformamide. The obtained polymer was found to have a weight- 
average molecular weight (Mw) of 13,800, number-average molecular weight (Mn) of 12,800, and a molecular weight 
distribution (Mw/Mn) of 1 .08. 

[01 50] In an exemplary manufacture similarly to as described in the above, the polymerization was similarly proceed- 
ed using 2.1 5 g of copper (I) bromide, 200 g of poly 2-ethylhexylacrylate macro-initiator, 1 ,000 g of /-butyl acryiate, 5.2 
g of pentamethyl diethylene triamine, and 370 g of dimethylformamide, to thereby obtain the block copolymer. 
[01 51 ] The resultant polymer was found to have a weight-average molecular weight (Mw) of 68,600, number-average 
molecular weight (Mn) of 51,500, and molecular weight distribution (Mw/Mn) of 1.33. Weight fractions of 2-ethylhexyl 
acryiate and /-butyl acryiate in the block copolymer calculated from Mn were found to be 25% by weight and 75% by 
weight, respectively. 

[01 52] The copolymer was then hydrolyzed under the conditions similar to those described in the above, to thereby 
obtain block copolymer P-2. Ratio of hydrolysis was similarly determined, by which the block copolymer P-2 was found 
to have a ratio of hydrolysis of 100%. The glass transition temperature (Tg) was found to be -50°C for the 2-ethylhexyl 
acryiate block, and 1 07°C for the acrylic acid block. Compositional ratio of the obtained block copolymer was confirmed 
by 13 C-NMR measurement, by which weight fractions of 2-ethylhexyl acryiate and acrylic acid were found to be 40% 
by weight and 60% by weight, respectively. 

[Exemplary Manufacture 3] (Exemplary Manufacture of 2-Ethylhexyl Acrylate/t-Butyl Acrylate-Base Block Copolymer 
P-3) 

[01 53] In a nitrogen-replaced reaction vessel equipped with a thermocouple and a stirring propeller, 550 mg of copper 
(I) bromide was placed and then heated to 100°C. The content of the reaction vessel, under the nitrogen atmosphere 
and stirring at 250 rpm, was further added with a mixed solution containing 2.65 g dimethyl-2,6-dibromoheptane dioate, 
354 g of 2-ethylhexyl acryiate, 885 mg of 2,5,8, 11-tetramethyl-2, 5,8, 11-tetraazadodecane and 200 g of toluene. After 
stirring for 3 hours, the reaction vessel was quickly cooled in an ice bath to thereby terminate the reaction. The reaction 
solution was poured into a MeOH/water (5/1) mixed solvent, washed, the supernatant was removed by decantation, 
the deposited polymer was dissolved in toluene, added with water to thereby separate the solution into a polymer 
phase and a catalyst phase so as to remove copper bromide, the solvent in the polymer phase was removed by reduced- 
pressure distillation, and the residue was dried. The resultant polymer was found to have a weight-average molecular 
weight (Mw) of 39,800, number-average molecular weight (Mn) of 20,000, and molecular weight distribution (Mw/Mn) 
of 1.99. 

[01 54] In a nitrogen- replaced reaction vessel equipped with a thermocouple and a stirring propeller, 826 mg of copper 
(I) bromide was placed and then heated to 100°C. The content of the reaction vessel, under the nitrogen atmosphere 
and stirring at 250 rpm, was further added with a mixed solution containing 50 g of poly 2-ethylhexylacrylate macro- 
initiator, 265 g of /-butyl acryiate, 1.32 g of 2,5,8,11 -tetramethyl-2,5,8, 11-tetraazadodecane and 150 g of toluene. After 
stirred for 5 hours, the reaction vessel was quickly cooled in an ice bath to thereby terminate the reaction. The reaction 
solution was poured into a MeOH/water (5/1) mixed solvent, washed, the supernatant was removed by decantation, 
the deposited polymer was dissolved in toluene, added with water to thereby separate the solution into a polymer 
phase and a catalyst phase so as to remove copper bromide, the solvent in the polymer phase was removed by reduced- 
pressure distillation, and the residue was dried, o thereby obtain the block copolymer. 

[01 55] The obtained block copolymer was found to have a weight-average molecular weight (Mw) of 83,700, number- 
average molecular weight (Mn) of 39,500, and molecular weight distribution (Mw/Mn) of 2.12. Weight fractions of 
2-ethylhexyl acryiate and /-butyl acryiate in the block copolymer calculated from Mn were found to be 50% by weight 
and 50% by weight, respectively. Weight fraction of the obtained block copolymer was confirmed also by 1 H-NMR 
measurement. The obtained block copolymer was a triblock copolymer. 

[0156] The copolymer was then hydrolyzed under the conditions similar to those described in the above, to thereby 
obtain block copolymer P-3. Ratio of hydrolysis of the block copolymer P-3 was found to be 100%. The glass transition 
temperature (Tg) was found to be -50°C for the 2-ethylhexyl acryiate block, and 107°C for the acrylic acid block. 
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Compositional ratio of the obtained block copolymer was confirmed by 13 C-NMR measurement, by which weight frac- 
tions of 2-ethylhexyl acrylate and acrylic acid were found to be 45% by weight and 55% by weight, respectively 

[Exemplary Manufacture 4] (Exemplary Manufacture of 2-Ethylhexyl Acrylate/t- Butyl Acrylate-Base Block Copolymer 



[01 57] A reaction vessel was attached with a thermocouple and a stirring propeller, the inner atmosphere of which 
was replaced with nitrogen, 173 mg of copper (I) bromide was placed therein, and the content was heated to 80°C. 
While keeping the nitrogen atmosphere inside the reaction vessel and stirring at 250 rpm, a mixed solution containing 
697 mg dimethyl-2,6-dibromoheptane dioate, 184 g of 2-ethylhexyl acrylate, 419 mg of pentamethyl diethylene triamine 
and 88 g of dimethylformamide was added to the content of the reaction vessel. After stirred for 2 hours, the reaction 
vessel was quickly cooled in an ice bath to thereby terminate the reaction. The reaction solution was added with a 
mixed solution of tetrahydrofuran and water so as to be separated into a polymer phase and a catalyst phase, copper 
bromide was removed, the polymer phase was dropped into a large amount of methanol to thereby allow the polymer 
to re-precipitate, and the solvent was removed by filtration. The obtained poly 2-ethylhexylacrylate macro-initiator was 
found to have a weight-average molecular weight (Mw) of 22,600, number-average molecular weight (Mn) of 12, 000, 
and molecular weight distribution (Mw/Mn) of 1 .87. 

[0158] A reaction vessel was attached with a thermocouple and a stirring propeller, the inner atmosphere of which 
was replaced with nitrogen, 71 7 mg of copper (I) bromide and 58.3 mg of copper (II) bromide were placed therein, and 
the content was heated to 80°C. While keeping the nitrogen atmosphere inside the reaction vessel and stirring at 250 
rpm, a mixed solution containing 30 g of the poly 2-ethylhexylacrylate macro-initiator obtained in the above, 151 g of 
/-butyl acrylate, 1 g of pentamethyl diethylene triamine and 66 g of dimethylformamide was added to the content of the 
reaction vessel. After stirred for 3 hours, the reaction vessel was quickly cooled in an ice bath to thereby terminate the 
reaction. The system was added with a mixed solution of tetrahydrofuran and water so as to be separated into a polymer 
phase and a catalyst phase, the polymer phase was allowed to pass through an aluminum silicatge column (Kyoward 
700SN, product of Kyowa Chemical Industry Co., Ltd.) to thereby completely remove copper bromides, the eluate was 
dropped into a large amount of methanol to thereby allow the polymer to re-precipitate, and the solvent was removed 
by filtration. The obtained copolymer was found to have a weight-average molecular weight (Mw) of 45,000, number- 
average molecular weight (Mn) of 25,400, and molecular weight distribution (Mw/Mn) of 1.77. Weight fractions of 
2-ethylhexyl acrylate and f-butyl acrylate in the block copolymer calculated from Mn were found to be 47% by weight 
and 53% by weight, respectively. Weight fraction of the obtained block copolymer was confirmed also by *I-I-NMR 
measurement The obtained block copolymer was a triblock copolymer. 

[01 59] Eighteen grams of thus obtained triblock copolymer of 2-ethylhexyl acrylate and M>utyl acrylate was dissolved 
into 500 ml of 1.4-dioxane. The mixture was then added with 36 ml of a 6-mol/L hydrochloric acid, and refluxed under 
heating in an oil bath at 120°C for 20 hours. The mixture was then cooled, the solvent was condensed under reduced 
pressure, the residue was allowed to re-precipitate in a large amount of hexane, and the solvent was removed by 
filtration. The obtained polymer was washed with a large amount of water, and dried under reduced pressure to thereby 
obtain block copolymer P-4. 

[01 60] Ratio of hydrolysis of thus obtained block copolymer P-4 was confirmed by acid value titration using a 0. 1 -mol/ 
L aqueous potassium hydroxide solution, and was found to be 50%. Glass transition temperatures (Tg) were found to 
be -50°C ascribabel to 2-ethylhexyl acrylate block, 43°C ascribable to /-butyl acrylate block, and 107°C ascribable to 
acrylic acid block. These glass transition temperatures were found to nearly coincide with those of the individual 
homopolymers. 



[Exemplary Manufacture 5] (Exemplary Manufacture of 2-Ethylhexyl AcrylateA-Butyl Acrylate-Base Block Copolymer 
P-5) 

[0161] A reaction vessel was attached with a thermocouple and a stirring propeller, the inner atmosphere of which 
was replaced with nitrogen, 165mg of copper (I) bromide was placed therein, and the content was heated to 80°C. 
While keeping the nitrogen atmosphere inside the reaction vessel and stirring at 250 rpm, a mixed solution containing 
692 mg dimethyl-2,6-dibromoheptane dioate, 1 84 g of 2-ethylhexyl acrylate, 398 mg of pentamethyl diethylene triamine 
and 88 g of dimethylformamide was added to the content of the reaction vessel. After stirred for 3 hours, the reaction 
vessel was quickly cooled in an ice bath to thereby terminate the reaction. The reaction solution was added with a 
mixed solution of tetrahydrofuran and water so as to be separated into a polymer phase and a catalyst phase, copper 
bromide was removed, the polymer phase was dropped into a large amount of methanol to thereby allow the polymer 
to re-precipitate, and the solvent was removed by filtration. The obtained poly 2-ethylhexylacrylate macro-initiator was 
found to have a weight-average molecular weight (Mw) of 33,000, number-average molecular weight (Mn) of 24,000, 
and molecular weight distribution (Mw/Mn) of 1 .38. 
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[0162] Another reaction vessel was attached with a thermocouple and a stirring propeller the inner atmosphere of 
which ^replaced with nitrogen, 28.6 mg of copper (I) bromide and 9. 33 mg o (copper (I.) bZde w^ced 
there.n, and the content was heated to 80X. While keeping the nitrogen atmosphere inside the reactn vILe, and 
bT S 8 a ofT ?, S °lt; CO r nin9 48 9 °' ^ 2 -^"^cry. a ,e macro-initiator IS 
o the content o the reacfon vessel. After stirred for 2 hours, the reaction vessel was quickly cooled in an ice bath to 

eoTr^T f feaC, r SyS,6m ^ ^ Wi,h 3 miX6d S0,U,i0 " ° f 'etrahydrofuran and water so as to be 
separated into a polymer phase and a catalyst phase, the polymer phase was allowed to pass through an aluminum 

theTi? JT ed ,n, ° 8 lar9e arn0Un, ° f me,han01 ,0 ,hereb * a,low lhe P*™* *> ^Precipitate, and 

the solvent was removed by filtration. 

[0163] The obtained copolymer was found to have a weight-average molecular weight (Mw) of 56 000 number- 
average molecularweight (Mn) of 39,800, and molecular weight distribution (Mw/Mn) of 1 41 
0164] We.ght fractions of 2-ethylhexyl acrylate and t-butyl acrylate in the block copolymer calculated from Mn were 
found to be 60% by weigh, and 40% by weigh,, respectively. Weigh, fraction of the obtained block coZmer was 

-nTpot^ 
SnS 

under heating ,n an oil bath at 120°C for 6 hours. The mixture was then cooled, the solvent was condensed ^ 

th^^^^ W3Shed Wi ' h 3 ' ar9e °< — < a " d ^ P-ure to 

[0166] Ratio of hydrolysis of thus obtained block copolymer P-5 was confirmed by neutralization titration usino a 
0. 1 -movt aqueous potassium hydroxide solution, and was found to be 61 %. Glass transition te^Z^JZ^ 
^T^XZT 0 <0Und '° be • 5 °° C aSCribabel ,0 acrylate b.ock. 43^aJ2E££ Zl 

coS Inn T i ; ab ! e K , ° aCfy ! iC ^ ^ 9,3SS ,ranSi,i0n temperatures were found ,o neariy 
coincide with those of the individual homopolymers. y 

[Exemplary Manufacture 6) (Exemplary Manufacture of 2-Ethylhexyl Acrylate/t-Butyl Acrylate-Base Block Copolymer 

Ex 1 e 6 mni a ! e M Ven r en 9 T S °' ,ribl0Ck P0 ' ymer C ° mp0Sed °' ^Nhexyl acrylate and Mrntyl acrylate obtained in 
" S I J « T add6d <0 450 mL °' 1 - 4 - dioxane " Th * solution was added with 6 mL of a 6 moUL hy- 
drochtonc acid and refluxed under heating in an oil bath at 120°C for 20 hours. The mixture was then cooled the 

iTtT nSed ^ redUC6d PreSSUre ' ,hG reSidUe W3S a » 0Wed t0 ^-Precipitate in a large amoun, oftxane 

unTr^ I? WflS rem ° Ved by " ,,ra,i0n - The ° b,ained P0,ymer was washed wi,h a 'arge amount of water and dried 
under reduced pressure to thereby obtain block copolymer P-6 

[01 68] Ratio of hydrolysis of thus obtained block copolymer P-6 was confirmed by acid value titration using a 0 1 -mol/ 
XZEXS hydroxide solution, and was found to be 26% Glass transition temperatures (Tg) measu ed as 

I 0 T° 10 2 - e,hy ' heXyl ***** b,0Ck ' 43 ° C bribable telty, achate 

[Exemplary Manufacture 7] (Exemplary Manufacture of Comparative Random Copolymer (Pc-1)) 

menfLittr eCk H ed iS *" ached with a re,,ux condenser, a dropping funnel, a thermometer, a nitrogen-replace- 
parts bv we ^T.Ll 7' T °' ***** ™ P*«* by weigh, of acrylic acid and 100 

parts by weigh o, ethanol were placed Iherem. 1.0 weigh, part o, a,a'-a2obis(isov a ieroni,rile) was added and ,he 

TZir 7 ^ 31 8 °° C Und6r ni,r °9 en - re P |aced a ^P"ere for 10 hours so as ,o proceed po.ymei2.ion The 
obtained copolymer was neutralized by 25% using a 20% aqueous KOH solute 

copolymer was found to be -6 «C. The random copolymer was named as Pc-1. Pc-1 was foun^o have a wetht 
average molecular weight of 40.000. and molecular weight distribution (Mw/Mn) of 3 51 9 

AA t 0 " 3 ' f Pfe T d in rat '° by Wei9h1, °' ,he individual copolymers obtained in the above were EHA/ 

EHA^^ 1/^1^1 w J 1 ' EHA/AA=40/60 for bl °ck copolymer P-2, EHA/AA=45/55 for block copolymer P-3 
M-T 7 ^^^J"^,™^ P " 5 ' EHA^BA/AA = 47.2/26.3/26.5 for b.ock copolymer P-4 
AA-47.2/39.3/13.5 for block copolymer P-6, and EHA/AA=60/40 for random copolymer Pc-1 where EHA is an abbre- 
viation for 2-ethylhexyl acrylate. TBA is for f-butyl acrylate. and AA for acrylic add 
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(Comparative Random Copolymer Pc-2) 

[0171] A commercially-available, anionic random copolymer (maleic monoalkyl ester/methyl vinyl ether copolymer, 
Gantrez A-425 (trade name, product of ISP)) was additionally used as Pc-2. 

[Exemplary Manufacture 8] (Exemplary Manufacture of Comparative Random Copolymer having Amine Oxide Group 
(Pc-3)) 

[0172] In a reaction vessel equipped with a reflux condenser, a dropping funnel, a thermometer, a nitrogen-replace- 
ment glass tube and a stirrer, 50 parts of N, N-dimethylaminoethyl methacrylate, 30 parts of methyl methacrylate, 20 
parts of isobutyl methacrylate, and 150 parts of absolute ethanol were placed therein, 0.6 parts of 2,2'-azobis(isobuty- 
lonitrile) was added, the mixture was allowed to react at 80°C under nitrogen-replaced atmosphere for 8 hours and 
then cooled to 60°C. 

[0173] To the polymerization solution, a 31% aqueous solution of hydrogen peroxide in an equimolar amount with 
N.N-dimethylaminoethyl methacrylate was dropped over one hour, the mixture was further stirred for 20 hours so as 
to proceed oxide-forming reaction of dimetylamino group, and was added with 150 absolute ethanol to thereby adjust 
the polymer content to 30%. Completion of the oxide-forming reaction was confirmed by measurement of amine value 
of the reaction liquid The obtained polymer was named as Pc-3. Pc-3 was found to have a weight-average molecular 
weight of 110,000. Production of amine oxide group was confirmed by observing absorption ascribable to N-O group 
in an IR spectrum. 

[Exemplary Manufacture 9] (Exemplary Manufacture of Copolymer having Amine Oxide Group (Pc-4)) 

[0174] Similarly to Exemplary Manufacture 8 described in the above, 70 g of N.N-dimethylaminoethyl methacrylate, 
30 g of stearyl methacrylate, and 150 g of absolute ethanol were placed in a reaction vessel, the mixture was further 
added with 0.6 g of 2,2'-azobis (isobutylonitride), the mixture was allowed to react at 80°C under nitrogen-replaced 
atmosphere for 8 hours, and then cooled to 60°C. 

[0175] Thereafter, an amine-oxide-group containing polymer (30% concentration) was prepared similarly to as de- 
scribed in Exemplary Manufacture 8 in the above. The obtained polymer was named as Pc-4. Pc-4 was found to have 
a weight-average molecular weight of 11 0,000. Production of amine oxide group was confirmed by observing absorption 
ascribable to N-O group in an I R spectrum. 

1. Example 1: Rim Properties of Film and Various Charactertics as Hair cosmetic Material 
1-1 Film Properties 

[0176] Film properties (Young's modulus and elongation percentage) of the block copolymers P-1 to 4, and compar- 
ative polymers Pc-1 and 2 were measured. 

[01 77] First, 3% solutions of the individual polymers in EtOH/H 2 0 (1/2) were prepared (adjusted to pH==7 with a 20% 
aqueous NaOH solution, except for P-3 and P-4 using a 20% aqueous KOH solution), and the individual polymer 
solutions were allowed to dry in a Teflon-made Petri dish under a condition of 23° C, 60% RH. The polymer solution 
after being filmed was further allowed to stand in the Teflon-made Petri dish until weight of the film would not vary 
anymore (approximately 1 0 days). Amount of the polymer solution was adjusted so as to give a thickness of the resultant 
film of 100+15 urn 

[0178] Thus obtained individual films were slit to produce strips of 5 mm wide and 40 mm long, and the strips were 
used as samples for tensile test. The tensile test was carried out under a condition of 23°C, 60% RH, which is same 
as the film drying condition, and under a tensile speed of 20 mrn/min, a distance between clamp flanges of 20 mm, to 
thereby measure Young's modulus and fracture-point elongation percentage. Tensile test of the film (Yonng's modulus 
and elongation percentage) was carried out conforming to JIS K7161. Results of the measurement were shown in 
Table 1. 

1 -2 Evaluation as Hair cosmetic Material 

[0179] Block copolymers P-1 to 4 and comparative polymers Pc-1 and 2 were neutralized using a 20% aqueous 
potassium hydroxide solution, and respectively added with a mixed solution of water and ethanol so as to adjust the 
concentration thereof to 3% by weight, to thereby prepare pump-type hair spray compositions. Each of thus obtained 
hair spray composition was applied to the hair, and evaluated for its styling ability, style-keeping performance, tackiness, 
flaking property, feeling of touch and washability according to the evaluation criteria shown below. Results were shown 
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in Table 1 . 

(1) Style-Keeping Ability (Styling Performance) 

[0180] A hair yam bundle of 23 cm in length and 2.0 g in weight was dipped in a 3% polymer solution, taken out, 
lightly sqeezed, wound around a 1-cm diameter rod, and allowed to dry. The hair yam bundle was removed from the 
rod, and a curled sample was obtained (!_<, in length). The hair bundle was vertically hung for 3 hours in a thermo- 
hygrostat chamber preliminarily conditioned at 20°C, 90% RH over 3 hours, and then measured for its length (l^), curl- 
retention ratio (%) was calculated from the equation below, and evaluated according to the following criteria. 

Curl-retention ratio (%)= [(23-L 2 )/(23-L 0 )} x 1 00 

© : Curf-retention ratio of 85% to 100% 
O : Curl-retention ratio of 60% or more and less than 85% 
A : Curl-retention ratio of 30% or more and less than 60% 
x : Curl-retention ratio of 0% or more and less than 30% 

(2) Washability 

[01 81 ] The hair yam bundle was processed similarly to as described in the style-keeping performance test described 
in the above, the resultant curled hair yam bundle was allowed to stand under a thermo-hygrostatic condition of 23°C, 
60% RH, dipped in a 10% aqueous solution of an anionic surfactant (sodium polyoxyethylene laurylsulfate) at 40°C 
for one hour, rinsed with warm water at 40°C. dried, and whether the polymer remains on the hair yam bundle or not 
was checked by visual observation and finger touch, and evaluated according to the following criteria. 

O : No residual polymer confirmed visually and tactually. 
A : A slight amount of residual polymer visually confirmed, 
x : Residual polymer visually confirmed. 

(3) Evaluation of Tacky Touch of Hair 

[01 82] A hair yarn bundle of 1 5 cm in length and 1 0 g in weight was coated with approximately 2 g of each sample, 
and allowed to stand at room temperature. Thirty minutes after, the tacky touch was evaluatecTthrough sensory test- 
by a ten-membered panel, according to the following criteria. 

© : None of 10 panelists recognized tacky touch. 
O : One ore two panelists recognized tacky touch. 
A : Three to five panelists recognized tacky touch, 
x : Seven or more panelists recognized tacky touch. 

(4) Evaluation of Finger Touch of Hair 

[01 83] A hair yam bundle of 1 5 cm in length and 1 0 g in weight was coated with approximately 2 g of each sample, 
and allowed to stand at room temperature. Thirty minutes after, the feel to the touch was evaluated through sensory 
test by a ten-membered panel, according to the following criteria. 

© : All of ten panelists recognized that it was good to the touch. 
O : Eight or more of ten panelists recognized that it was good to the touch. 
A : Four to seven of ten panelists recognized that it was good to the touch, 
x : Only one to three of ten panelists recognized that it was good to the touch. 

(5) Styling Ability Test (Bending Strength of Hair Yam Bundle) 

[0184] A hair yam bundle of 15 cm in length was coated with 0.7 g of each sample, immediately shaped in 2-cm 
width, dried, and allowed to stand for one hour in a thermo-hygrostat chamber conditioned at 23°C, 60% RH. The 
sample was then placed on the supports 65 mm distant from each other and bent at the center thereof under a constant 
speed, and maximum load was measured and evaluated according to the following criteria. 
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O : The maximum load was 200 g or above, and the coated hairs were soft to the touch and there was no incom- 
patibility after measurement. 

A : The maximum load was 100 g or more, and the coated hairs were soft to the touch, but there was a certain 
level of incompatibility after measurement. 

x : The maximum load was less than 100 g, and the coated hairs were not soft to the touch, and there was 
incompatibility after measurement. 

(6) Style-Keeping Ability Test (Hair Yam Bundle Bending Test) 

[01 85] After the style-keeping performance test, maximum load after the hair yam bundle was broken was evaluated 
according to the following criteria. 

O : Maximum load was 15 g or more. 

A : Maximum load was 10 g or more and less than 1 5 g. 

x : Maximum load was less than 10 g. 

(7) Raking 

[0186] A constant volume of each sample was sprayed to the hair yam bundle, completely dried, combed, and the 
amount of dropped polymer flakes (state of flaking) remaining on the hair yarns was observed under a stereo-micro- 
scope (X20). Evaluation criteria are as shown below. 

O: Peeled polymer not observed, no flaking. 

A : A slight amount of peeled polymer observed, slight flaking 

x : A lot of peeled polymer observed, considerable flaking. 

(8) Hair Gloss 

[0187] A hair yarn bundle of 15 cm in length was coated with 0. 7 g of each sample, immediately shaped in 2-cm 
width, dried, and allowed to stand for one hour in a thermo-hygrostat chamber conditioned at 23°C, 60% RH. The 
obtained sample was checked by a sensory test participated by a ten-membered panel, and gloss of the hair yam 
bundle was evaluated according to the following criteria. 

© : All of ten panelists recognized that hair-bundle gloss was good. 
O: Eight or more of ten panelists recognized that hair-bundle gloss was good. 
A : Four to seven of ten panelists recognized that hair-bundle gloss was good, 
x : Only one to three of ten panelists recognized that hair-bundle gloss was good. 

(9) Combing Smoothness 

[0188] The hair yam bundle was processed similarly to as described in the above, resistance felt during combing of 
the hair yam bundle was checked by a sensory test participated by a ten-membered panel, and evaluated according 
to the following criteria. 

© : All of ten panelists recognized that it was easy to comb. 
O: Eight or more of ten panelists recognized that it was easy to comb. 
A : Four to seven of ten panelists recognized that it was easy to comb, 
x : Only one to three of 10 panelists recognized that it was easy to comb. 



Table 1 





Examples 


Comparative Examples 


Polymer 


P-1 


P-2 


P-3 


P-4 


Pc-1 


Pc-2 


Distribution of molecular weight Mw/Mn 


1.33 


1.33 


2.12 


1.77 


3.51 




Young's modulus Mpa 


400 


392 


266 


120 


10 


150 



29 



EP 1440 680 A1 

Table 1 (continued) 





Examples 


Comparative Examples 


Polymer 


P-1 


P-2 


P-3 


P-4 


Pc-1 


Pc-2 


fracture-point elongation percentage % 


160 


110 


155 


280 


>500 


3 


Curl-retention ratio 


© 


I ® 


® 


® 


O 


X 


Washability 


O 


0 


O 


O 


X 


A 


Styling Ability 


o 


o 


o 


o 


A 


O 


Style-Keeping Ability 


o 


o 


o 


o 


X 


X 


Finger Touch of Hair 


® 


® 


A 


o 


A 


A 


Tacky Touch of Hair 


® 


® 


o 


® 


A 


A 


Flaking 


o 


o 


A 




A 


A 


Gloss 


® 


® 


A 


o 


X 


X 


Combing Smoothness 


® 


® 


A 


© 


X 


X 



20 

[01 89] it was found from the results shown in Table 1 that the block copolymers P-1 to 4 were superior to comparative 
random copolymer Pc-1 and conventional anionic polymer Pc-2 in ail performances of hair washability, styling ability, 
moisture resistance and smooth touch. 

25 2. Example 2: Applications to various Cosmetic Materials and Evaluation 

[0190] In the following description, amounts of polymer used for the actual formulations in "% by weight" are ex- 
pressed on the solid basis. 



30 2-1 Shampoo 

[01 91 ] A shampoo composition shown below was prepared. 





(% by weight) 


Sodium polyoxyethylene lauryl sulfate (3EO adduct) 


16% 


Lauroyl diethanol amide 


2% 


block copolymer P-5 


1.5% 


Flavoring ingredient 


0.2% 


Mildewproofing agent 


0.1% 


Colorant 


trace amount 


Pure water 


for balancing 


Total 


100% 



[01 92] Use of the composition as a shampoo resulted in smooth combing of the washed hair, excellent luster or gloss 
of the dried hair, and was successful in giving smooth but volume-raised touch. Repetitive shampooing did not result 
in adverse effects such as producing tacky touch. It was supposed that similar results would be expected also from 
the compositions using block copolymers P^1 to 4, and P-6. 

2-2 Rinse 



[0193] A rinse composition below was prepared. 





(% by weight) 


Steraryl trimethyf ammonium chloride 
Cetanol 


1.5% 
2% 
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(continued) 





(% by weight) 


Block copolymer P-4 
Flavoring ingredient 
Pure water 
Total 


1.5% 
0.2% 

for balancing 
100% 



[01 94] Use of the composition as a rinse resulted in easy and smooth combing of the rinsed hair, and excellent luster 
or gloss of the dried hair. Repetitive rinsing did not result in adverse effects such as producing tacky touch. It was 
supposed that similar results would be expected also from the compositions using block copolymers P-1 to 3, P-5 and 
P-6. 

2-3 Hair Spray 

[0195] The mother liquor for dilution shown below was put in a spray can and the can was filled with a liquefied 
petroleum gas, to thereby prepare a hair spray composition. 



Mother liquor for dilution 


(% by weight) 


Block copolymer P-4 


1% 


Absolute ethanol 


49% 


Total 


50% 


Liquefied petroleum gas (3 kg/cnr^G, 20°C) 


50% 



[01 96] Use of the composition as being sprayed to the hair resulted in an excellent style-keeping performance even 
with a small content of the polymer, and gave desirable gloss, luster and smooth touch of the hair. It was supposed 
that similar results would be expected also from the compositions using block copolymers P-1 to 3, P-5 and P-6. 

2-4 Hair Spray (Comparative Example) 

[01 97] A hair spray was prepared using comparative random copolymers Pc-1 and Pc-2. Use of a composition having 
a formulation same as that of 2-3 as being sprayed to the hair resulted in only a poor style-keeping performace due to 
a small content of the polymer, and failed in giving desirable gloss, luster and smooth touch. 

2-5 Foam-Type Aerosol 

[0198] A foam-type aerosol composition was preprared similarly to as described in 2-3. 



Mother liquor for dilution 


(% by weight) 


Block copolymer P-4 


2% 


Polyoxyethylene cetyl ether (10 EO adduct) 


0.3% 


Polyoxyethylene cetyl ether (2 EO adduct) 


0.1% 


Pure water 


85.6% 


Total 


88% 


Liquefied petroleum gas (3 kg/crr^G, 20°C) 


12% 



[01 99] The composition applied to the hair gave excellent results similarly to as described in 2-3 in the above. It was 
supposed that similar results would be expected also from the compositions using block copolymers P-1 to 3, P-5 and 
P-6. 

2-6 Styling Lotion 

[0200] A styling lotion composition shown below was prepared. 
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(% by weight) 


Block copolymer P-4 


3% 


Pure water 


60% 


Absolute ethanol 


37% 


Total 


100% 



[0201 ] The composition applied to the hair gave excellent results similarly to as described in 2-3 in the above. It was 
supposed that similar results would be expected also from the compositions using block copolymers P-1 to 3, P-5 and 
P-6. 

2-7 Styling Lotion (Comparative Example) 

[0202] A composition was preprared similarly to as described in 2-6 using comparative random copolymers Pc-1 
and Pc-2, but use of the composition as a styling lotion resulted in only a poor style-keeping performance, and failed 
in giving desirable gloss, luster and smooth touch. 

2-8 Gel 

[0203] A gel composition shown below was prepared. 





(% by weight) 


Block copolymer P-6 


1% 


Carbopol 940* 


0.5% 


(adjusted to pH7.5 with aqueous KOH solution) 




Pure water 


98.5% 


Total 


100% 



•product of B.F.Goodrich Chemical Co. 



[0204] The composition applied as a gel to the hair resulted in an excellent hair-style-keeping performance, and in 
desirable luster, gloss and smooth touch. Repetitive coating of the gel composition and hair wash did not cause tacky 
touch, or any-adverse effects of incompatible sense due to accumulation. It was supposed that similar results would 
be expected also from the compositions using block copolymers P-1 to 5. 

2-9 Skin Care Cosmetic Material 

[0205] Skin care cosmetic material 1 was prepared according to the formulation shown in Table 2 below. 
[0206] Thus obtained skin care cosmetic material 1 was applied to the skin. It was found that the film obtained after 
drying gave smooth and desirable touch, rather than incompatible sense nor tacky touch. It was supposed that similar 
results would be expected also from the compositions using block copolymers P-1 to 4, and P-6. 
[0207] Skin care cosmetic material 2 was prepared similarly to as described in the above except that a 6% ethanol 
solution of a cationic polymer (trade name: JR-400, product of Union Carbide) was used, in place of block copolymer 
P-5, according to the formulation shown in Table 2. Application of the skin care cosmetic material 2 on the skin resulted 
in tacky touch, rather than smooth touch. 

[0208] Skin care cosmetic material 3 was prepared similarly to as described in the above except that a 6% ethanol 
solution of an anionic polymer (trade name: Gantretz A425, product of ISP) was used, in place of block copolymer P- 
5, according to the formulation shown in Table 2. Application of the skin care cosmetic material 3 on the skin resulted 
in tacky touch, rather than smooth touch, and the resultant film was peeled off only by a several times of rubbing. 
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Table 2 







Skin Cosmetic 
1 


Skin Cosmetic 
2 


Skin Cosmetic 
3 


Polymer 


Block copolymer P-5 
(6 % solution) 


50% 








v^diionic poiymer 
(6 % solution) 
"JR-400- 




50% 






Anionic polymer 
(6 % solution) 
"A425" 




_ 


50% 


Poly ether-modified silicone 
"SH3771C" 


0.3% 


0.3% 


0.3% 


Water 


49.7% 


49.7% 


49.7% 



2-10 Nail Care Cosmetic Material 

[0209] The components listed below were dispersed and mixed in a bead mill for one hour, to thereby 
care cosmetic material 1 . 





(% by weight) 


Block copolymer P-6 

Isopropanol 
Red No. 226 
Titanium oxide 
Ethanol 

Bentonite 

(trade name: Bentone EW, pr< 


40.0% 

(10.0% on solid basis) 

10.0% 

0.1% 

4.9% 

40.0% 

(65.0% as total ethanoJ) 

^5,0% 

Dduct of National Lead Company) 



[021 0] Thexomposition applied on the nail dried quickly, and the resultant film was less peelable and showed a good 
film-keeping property. It was supposed that similar results would be expected also from the compositions usinq block 
copolymers P-1 to 5. 



3. Example 3: Combined Use with Various Polymers and Evaluation 
3-1 Combined Use with Anionic Polymer and Evaluation 



3-1-1 Pump Spray 



[0211] Hair cosmetic materials having formulations shown in Table 3 were prepared by general procedures, applied 
to the hair, and evaluated for their hair styling performance (curl-retention performance), elasticity and volume in the 
hair styling, flaking, antistatic measures (surface resistance) after being coated on a polypropylene film, styling power 
(bending strength of hair yarn bundle) and style-keeping performance (strength of hair yam bundle after fracture) 
according to the following procedures. As is obvious from the results shown in Table 3, the hair cosmetic materials 
using block copolymer P-4 had an excellent hair styling performance, successfully kept the curled shape of the hair 
even under a high-temperature-high-humidity environment, gave elasticity and volume in the hair style, showed no 
flaking, showed an excellent antistatic property, and had a desirable style-keeping performance by virtue of its elasticity. 
On the contrary, the hair cosmetic material using comparative polymer Pc-3 resulted in only an insufficient styling 
performance, failed in providing volume in the hair style, caused flaking, and gave an insufficient antistatic property, 
all of which were undesirable in terms of performance. 
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<Methods of Testing and Evaluation> 

(1) Styling Performance (Curl- Retention Performance) 

[0212] A straight hair yam bundle of 23 cm in length and 2 g in weight was applied with the hair cosmetic material 
through a dispenser (or sprayed in a form of aerosol), immediately wound around 1.2-cm diameter curling rod, and 
dried. The hair yam bundle removed from the curling rod was hung in a thermo-hygrostat chamber conditioned at 30°C f 
95% RH, elongation of the hair yarn bundle was measured, and the obtained value was placed in the equation for 
evaluating curl retention below to thereby determine curl-retention performance (%). 

(1) Equation for evaluationg curl retention: 

[0213] 



Curl-retention performance (%)= [(23-L)/(23-L 0 )]x 100 

(where, Lq is length (cm) of the hair yarn bundle immdiately after being removed from the curling rod, and L is length 
(cm) of the curled hair 3 hours after). 

O: Curl-retention performance of 71% or more. 

A : Curl-retention performance of 40% or more and less than 70%. 

x : Curl-retention performance of less than 40%. 

(2) Elasticity of Hair Yam 

[021 4] The hair yarn bundle was processed similarly to as described in the style-keeping performance (curl-retention 
performance) test described in the above, the resultant curled hair yarn bundle was allowed to stand under a thermo- 
hygrostatic condition of 23°C, 60% RH, and elasticity of the hair yam when crushed between fingers was evaluated. 

O : Enough stiffness and desirable elasticity. 
A : Enough stiffness but poor elasticity, 
x : No, or almost no elasticity. 

(3) Flaking 

[0215] A straight hair yam bundle of 23 cm in length and 2 g in weight was applied with the hair cosmetic material 
through a dispenser (or sprayed in a form of aerosol); immediately flattened with fingers to thereby prepare a flat plate- 
formed hair yarn bundle, and dried. The hair yarn bundle was then allowed to stand under a condition of 23°C, 60% 
RH, combed, and the amount of dropped polymer flakes remaining on the hair yams was observed under a stereo- 
microscope (X20). 

O: No polymer flake observed, or only slightly observed. 

A : Polymer flake observed. 

x : A large amount of polymer flake observed. 

(4) Antistatic Property (Surface Resistivity) 

[021 6] Liquid of the hair cosmetic material listed in Table 3 was prepared (liquid of the hair cosmetic material intended 
for use in combination with an injection agent (dimethyl ether DME, liquefied petroleum gas :LPG) is prepared by 
adding ethanol in the same weight with the injection agent, before being filled into a spray can). The obtained solution 
was coated on a discharge-treated polypropylene film using a 22-mil bar coater, dried using a hair dryer, allowed to 
stand under a condition of 23°C, 60% RH, and the surface resistivity was measured using an insulation resistance 
meter (High Megohm Meter, product of product of Takeda Riken Kogyo K.K.) 

O: Surface resistance of less than 1X10 10 

A : Surface resistance of 1 x 1 0 10 or above but less than 1 x 1 0 12 

x : Surface resistance of 1X10 12 or above. 
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(5) Styling Ability Test (Bending Strength of Hair Yam Bundle) 

[0217] A hair yarn bundle of 15 cm long was applied with 0.7 g of the individual samples, immediately shaped in 
2-cm width, dried, and allowed to stand for one hour in a thermo-hygrostat chamber conditioned at 23°C, 60% RH. 
The sample was then placed on the supports 65 mm distant from each other and bent at the center thereof under a 
constant speed, and maximum load was measured and evaluated according to the following criteria. 

O : The maximum load was 200 g or above, and the coated hairs were soft to the touch and there was no incom- 
patibility after measurement. 

A : The maximum load was 100 g or more, and the coated hairs were soft to the touch, but there was a certain 
level of incompatibility after measurement. 

x : The maximum load was less than 100 g, and the coated hairs were not soft to the touch, and there was 
incompatibility after measurement. 

(6) Style-Keeping Ability Test (Hair Yam Bundle Bending Test) 

[021 8] After the style-keeping performance test, maximum load after the hair yam bundle was broken was evaluated 
according to the following criteria. 



O : Maximum load was 1 5 g or more. 

A : Maximum load was 10 g or more and less than 15 g. 

x : Maximum load was less than 10 g. 

3-1-2 Aerosol 



[0219] Hair cosmetic materials (water-containing aerosol) having a formulation shown in Table 4 were prepared by 
general procedures, and evaluated similarly to as described for 3-1-1. As is obvious from the results shown in Table 
4, the hair cosmetic materials using block copolymer P-4 or P-5 had an excellent hair styling performance, successfully 
kept the curled shape of the hair even under a high-temperature-high-humidity environment, gave elasticity and volume 
in the hair style, showed no flaking, showed an excellent antistatic property, and had a desirable style-keeping per- 
formance by virtue of rubber elasticity of the polymer film. On the contrary, the hair cosmetic materials using comparative 
polymer Pc-3 resulted in only an insufficient styling performance, failed in providing volume in the hair style, caused 
flaking, and gave an insufficient antistatic property, all of which were undesirable in terms of performance. 
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P-4: Block copolymer prepared in Exemplary Manufacture 4 
P-5: Block copolymer prepared in Exemplary Manufacture 5 
Pc-3: Amine-oxide-group-containing copolymer prepared in 

Exemplary Manufacture 8 
Anionic polymer 1: Diahold LP503 (product of Mitsubishi 

Chemical Corporation) 
Anionic polymer 2: Partially nuetralized product obtained 
by neutralizing 20 mol% of acid portion of Gantrez 
ES-225 (product of ISP) with 

2-amino-2-methyl-l-propanol 
Anionic polymer 3: Partially nuetralized product obtained 
by neutralizing 90 mol% of acid portion of. Resin 
28-2930 (product of National Starch and Chemical 
Company) with 2-amino-2-methyl-l-propanol . 

3-2 Combined Use with Cationic Polymer and Evaluation 
3-2-1 Pump Spray 

[0220] Hair cosmetic materials (pump spray) as being combined with a cationic polymer according to the formulation 
shown in Table 5 were prepared by general procedures, applied to the hair, and evaluated for their hair styling per- 
formance (style-keeping performance), elasticity and tacky touch under high humidity, slipping feel and combinq 
smoothness dunng coating, and smoothness of the dried hair, according to the following procedures. Results were 
shown in Table 5. 

[0221] As is obvious from the results shown in Table 5, the hair cosmetic materials using block copolymer P-4 had 
an excellent hair styling performance, successfully kept the curled shape of the hair even under a high-temperature- 
n.gh-hum.drty enwonment, gave an desirable elasticity without causing tacky touch, showed a desirable finger touch 
and combing smoothness during coating, and produced smooth feel of touch of the dried hair yams. On the contrary 
the hair cosmetJC materials using comparative polymer Pc-3 or the like resulted in only an insufficient styling perform- 
ance, produced tacky touch under the high-humidity environment, and showed only a limited elasticity, all of which 
were undesirable in terms of performance. 

<Methods of Testing and Evaluation> 

[0222] (1) Styling performance (curt-retention performance) and (2) elasticity of hair yarn were evaluated similarly 
toasdescnbedin3-1-1. ' 

(3) Tacky Touch of Hair 

[0223) The curled hair yam bundle obtained similarty to as described for the styling performance (curt-retention per- 
formance) test was allowed to stand under a thermo-hygrostat condition of 23»C. 60% RH. and tackiness of the curl 
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felt by a finger was evaluated. 

O : No tackiness 

A : Slight tackiness 

x : Considerable tackiness 



(4) Slipping Feel under Moist Condition (Combing Smoothness) 

[0224] A straight hair yarn bundle of 23 cm in length and 2 g in weight was coated with a predetermined amount of 
the individual hair cosmetic samples, immediately touched by fingers, and slipping feel and combing smoothness were 
evaluated. 

O : Desirable slipping feel, smooth combing 
A : Poor slipping feel, fairly smooth combing 
x : No slipping feel, difficulty in combing 

(5) Smoothness of Dried Hair 

[0225] A straight hair yam bundle of 23 cm in length and 2 g in weight was coated with a predetermined amount of 
the individual hair cosmetic samples, and dried using a hair dryer. The dried hair yarn bundle was then allowed to stand 
under a thermo-hygrostat condition of 23°C, 60% RH, and smoothness of the hair yam felt by a finger was evaluated. 

O : Smooth touch 

A : Somewhat poor in the smoothness, 
x : Not smooth, and some resistance felt. 

3-2-2 Foam-Type Hair Spray 

[0226] Hair cosmetic materials (foam-type hair spray) as being combined with a cationic polymer according to the 
formulation shown in Table 6 were prepared by general procedures, and evaluated similarly to as described in 3-2-1. 
Results were shown in Table 6. 

[0227] As is obvious from the results shown in Table 6, the hair cosmetic materials using block copolymer P-4 or P- 
5 had an excellent hair styling performance, successfully kept the curled shape of the hair even under a high-temper- 
ature-high-humidity environment, gave an desirable elasticity without causing tacky touch, showed a desirable finger 
touch and combing smoothness during coating, and produced smooth feel of touch of the dried hair yarns. On the 
contrary, the hair cosmetic materials using comparative polymer Pc-3 or the like resulted in only an insufficient styling 
performance, produced tacky touch under the high-humidity environment, and showed only a limited elasticity, all of 
which were undesirable in terms of performance. 
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P-4: Block copolymer prepared in Exemplary Manufacture 4 
P-5: Block copolymer prepared in Exemplary Manufacture 5 
Pc-3: Amine-oxide-group-containing polymer prepared in 
Exemplary Manufacture 8 
Cationic polymer 1: Ucare Polymer JR-400 (product of Amacol) 

(cationized hydroxyethyl cellulose) 
Cationic polymer 2: Gafquat 755N (product of ISP) 

(N-vinylpyrrolidone/quaternized dimethylaminoethyl 
methacrylate copolymer) 
Nonionic surfactant 3: Nikkol BL9-EX (product of Nikko 

Chemicals Co., Ltd.) (Polyoxyethylene (n=9) lauryl 

ether) 



3-3 Combined Use with Nonionic Polymer and Evaluation 
3-3-1 Pump Spray 

[0228] Hair cosmetic materials (pump spray) as being combined with a nonionic polymer according to the formulation 
shown in Table 7 were prepared by general procedures, applied to the hair, and evaluated for their hair styling per- 
formance (style-keeping performance), elasticity and tacky touch under high humidity, slipping feel and combing 
smoothness during coating, and smoothness of the dried hair, according to the following procedures. Results were 
shown in Table 7. 

[0229] As is obvious from the results shown in Table 7, the hair cosmetic materials using block copolymer P-4 had 
an excellent hair styling performance, successfully kept the curled shape of the hair even under a high-temperature- 
high-humidity environment, gave an desirable elasticity without causing tacky touch, showed a desirable finger touch 
and combing smoothness during coating, and produced smooth feel of touch of the dried hair yams. On the contrary, 
the hair cosmetic materials using comparative polymer Pc-3 or the like resulted in only an insufficient styling perform- 
ance, produced tacky touch under the high-humidity environment, and showed only a limited elasticity, all of which 
were undesirable in terms of performance. 

<Methods of Testing and Evaluation> 

[0230] (1) Styling performance (curl-retention performance), (2) elasticity of hair yam, (4) flaking, and (5) antistatic 
were evaluated similarly to as described in 3-1-1, and (6) slipping Feel under moist condition was evaluated similarly 
to as described in 3-2-1 . 

(3) Tacky Touch of Hair under High-Humidity Condition 

[0231] The hair yarn bundle was processed similarly to as described in the styling performance (curi-keeping per- 
formance) test described in the above, the resultant curled hair yam bundle was allowed to stand overnight under a 
thermo-hygrostatic condition of 30°C, 90% RH, and tacky touch felt by the fingers was evaluated. 

O: No tackiness 
A : Slight tackiness 
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x : Considerable tackiness 
3-3-2 Aerosol 

[0232] Hair cosmetic materials (aerosol) as being combined with a nonionic polymer according to the formulation 
shown in Table 8 were prepared by general procedures, and evaluated similarly to as described in 3-3-1 . Results were 
shown in Table 8. 

[0233] As is obvious from the results shown in Table 8, the hair cosmetic materials using block copolymer P-4 or P- 
5 had an excellent hair styling performance, successfully kept the curled shape of the hair even under a high-temper- 
ature-high-humidity environment and gave elasticity and volume in the hair style. It was also found that they allowed 
smooth combing during coating, caused no flaking, and showed an excellent antistatic property. On the contrary, the 
hair cosmetic materials using comparative polymer Pc-3 resulted in only an insufficient styling performance, produced 
tacky touch under a high-temperature-high-humidity condition only to show a poor elasticity, failed in ensuring combing 
smoothness, caused flaking, and gave only an insufficient antistatic property, all of which were undesirable in terms of 
performance. 

3-3-3 Hair Gel 

[0234] Hair cosmetic materials (hair gel) as being combined with a nonionic polymer according to the formulation 
shown in Table 9 were prepared by general procedures, and evaluated similarly to as described in 3-3-1 . 
[0235] As is obvious from the results shown in Table 9, the hair cosmetic materials for hair gel using block copolymer 
P-4 or P-5 had an excellent hair styling performance, successfully kept the curled shape of the hair even under a high- 
temperature-high-humidity environment and gave elasticity and volume in the hair style, allowed smooth combing, 
caused no flaking, and showed an excellent antistatic property. 

[0236] On the contrary, the hair cosmetic materials using comparative polymer Pc-3 resulted in only an insufficient 
styling performance, produced tacky touch under a high-temperature-high-humidity condition or failed in providing 
elasticity to the hair, failed in ensuring combing smoothness, caused flaking, and gave only an insufficient antistatic 
property, all of which were undesirable in terms of performance. 
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P-4: Block copolymer prepared in Exemplary Manufacture 4 
P-5: Block copolymer prepared in Exemplary Manufacture 5 
Pc-3: Amine-oxide-group-containing copolymer prepared in 

Exemplary Manufacture 8 
Nonionic polymer 1: Luviskol VA64 (product of BASF AG) 

(vinylpyrrolidone/vinyl acetate copolymer) 
Nonionic polymer 2: Luviskol K90 (product of BASF AG) 

(polyvinylpyrrolidone) 
Neutralized carboxyvinyl polymer: Neutralized product of 
Carbopol 940 (product of B.F. Goodrich Chemical Co.) 
obtained by neutralizing 70 mol% of acid portion thereof 
with 2-amino-2 -methyl- 1-propanol 



3-4 Combined Use with Amphoteric Polymer and Evaluation 
3-4-1 Pump Spray 

[0237] Hair cosmetic materials (pump spray) as being combined with an amphoteric polymer according to the for- 
mulation shown in Table 10 were prepared by general procedures, applied to the hair, and evaluated for their hair 
styling performance (style-keeping performance), elasticity under high humidity, volume and tension of the hair, flaking, 
and washability, according to the following procedures. Results were shown in Table 10. 

[0238] As is obvious from the results shown in Table 10, the hair cosmetic materials using block copolymer P-4 had 
an excellent hair styling performance and style-keeping performance, successfully kept the curled shape of the hair 
even under a high-temperature-higtvhumidity environment, gave elasticity and volume in the hair style, caused no 
flaking, and showed an excellent washability. 

[0239] On the contrary, the hair cosmetic materials using comparative polymer Pc-3 resulted in only an insufficient 
styling performance and style-keeping performance, failed in providing volume to the hair, caused flaking, and gave 
only an insufficient washability, all of which were undesirable in terms of performance. 

<Methods of Testing and Evaluation> 

[0240] (1) Styling performance (curl-retention performance), (2) elasticity of hair yarn, (3) flaking, (5) styling ability 
(bending strength of hair yam) and (6) style-keeping ability test (hair yam bundle bending test) were evaluated similarly 
to as described in 3-1-1. 

(4) Washability (Film Solubility) 

[0241 ] The prepared hair cosmetic material (excluding an injection agent for any material to be used with the injection 
agent) was coated on a glass plate using a 100 um applicator, and dried. The glass plate was then allowed to stand 
overnight under a thermo-hygrostatic condition of 23°C, 60% RH, dipped into warm water of 40°C, and time required 
for solubilizing the polymer film formed on the glass plate was measured. 

O : The polymer film was solubilized within one minute. 
A : The polymer film was solubilized in 1 to 5 minutes. 
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x : Solubilization of the polymer film took 5 minutes or longer. 
3-4-2 Aerosol 

[0242] Hair cosmetic materials (aerosol) as being combined with an amphoteric polymer according to the formulation 
shown in Table 11 were prepared by general procedures, and evaluated similarly to as described in 3-4-1. Results 
were shown in Table 11. 

[0243] As is obvious from the results shown in Table 1 1 , the hair cosmetic materials using block copolymer. P-4 or 
P-5 had an excellent hair styling performance and style-keeping performance, successfully kept the curled shape of 
the hair even under a high-temperature-high-humidity environment, caused no flaking, and showed an excellent wash- 
ability. On the contrary, the hair cosmetic materials using comparative polymer Pc-3 resulted in only an insufficient 
styling performance and style-keeping performance, failed in providing volume to the hair, caused flaking, and gave 
only an insufficient washability, all of which were undesirable in terms of performance. 
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P-4: Block copolymer prepared in Exemplary Manufacture 4 
P-5: Block copolymer prepared in Exemplary Manufacture 5 
Pc-3: Amine-oxide-group-containing copolymer prepared in 

Exemplary Manufacture 8 
Amphoteric polymer 1: Yukaformer Amphoset (product of 
Mitsubishi Chemical Corporation) (methacryloyl 
carboxybetaine/alkyl methacrylate copolymer) 
Amphoteric polymer 2: Yukaformer SM (product of Mitsubishi 
Chemical Corporation) (methacryloyl 

carboxybetaine/alkyl methacrylate copolymer) 
Amphoteric polymer 3: Amphomer 28-4 910 (product of National 
Starch and Chemical Company) (octylamido 
acrylate/butylaminoethyl methacrylate/acrylic acid 
copolymer) (100% of acid equivalence neutralized with 
2-amino-2-methyl-l-propanol) 
Amphoteric polymer 4: MarcoatPlus 3330 (product of Cargon) 
(diallyl dimethyl ammonium chloride/ acrylic 
acid/acrylamide' copolymer) 

3-5 Combined Use with Amine-Oxide-Group-Containing Polymer and Evaluation 
3-5-1 Pump Spray 

[0244] Hair cosmetic materials (pump spray) having the formulation shown in Table 12 were prepared by general 
procedures, applied to the hair, and evaluated for their hair styling performance (style-keeping performance), volume 
and tension of the hair, flaking, and washability, according to the following procedures. Results were shown in Table 12. 
[0245] As is obvious from the results shown in Table 12, the hair cosmetic materials using block copolymer P-4 had 
an excellent hair styling performance, successfully kept the curled shape of the hair even under a high-temperature- 
high-humidity environment, gave elasticity and volume in the hair style, caused no flaking, and showed an excellent 
washability. 

[0246] On the contrary, the hair cosmetic materials using comparative polymer Pc-3 or Pc-4 resulted in only an 
insufficient styling performance, failed in providing volume to the hair, caused flaking, and gave only an insufficient 
washability, all of which were undesirable in terms of performance. 

<Methods of Testing and Evaluation> 

[0247] (1) Styling performance (curl- retention performance), (2) elasticity of hair yarn, (3) flaking, (5) styling ability 
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(bending strength of hair yam) and (6) style-keeping ability test (hair yarn bundle bending test) were evaluated similarly 
to as described in 3-1-1 . (4) Washability (film solubility) was evaluated similarly to as described in 3-4-1 . 

3-5-2 Aerosol 

[0248] Hair cosmetic materials (water-containing aerosol) having the formulation shown in Table 1 3 were prepared 
by general procedures, and evaluated similarly to as described in 3-5-1 . As is obvious from the results shown in Table 
1 3, the hair cosmetic materials using block copolymer P-4 or P-5 had an excellent hair styling performance, successfully 
kept the curled shape of the hair even under a high-temperature-high-humidity environment, caused no flaking and 
showed an excellent washability. 

[0249] On the contrary, the hair cosmetic materials using comparative polymer Pc-3 or Pc-4 resulted in only an 
insufficient styling performance and style-keeping performance, failed in providing volume to the hair caused flaking 
and gave only an insufficient washability, all of which were undesirable in terms of performance. 
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P-4: Block copolymer prepared in Exemplary Manufacture 4 
P-5: Block copolymer prepared in Exemplary Manufacture 5 
Pc-3: Amine-oxide-containing copolymer prepared in 

Exemplary Manufacture 8 
Pc-4: Amine-oxide-containing copolymer prepared in 

Exemplary Manufacture 9 



3-6 Combined Use with Silicon Derivative and Evaluation 

[0250] Various hair cosmetic materials were prepared using the block copolymers and comparative polymers 
cording to the formulations shown below (adjusted to 100% in total). 

3-6-1 Shampoo Composition 

[0251] 



Sodium polyoxyethylene lauryl sulfate 


20% 


(3EO adduct) 




Lauroyl diethanolamide 


2.0% 


Block copolymer P-4 


2.0% 


Polyethersilicone derivative 


0.5% 


(trade name: Toray Silicone SH3771) 




Flavoring ingredient 


0.2% 


Preservative 


0.1% 


Colorant 


trace amount 


Pure water 


for balancing 



3-6-2 Rinse Composition 
[0252] 



Stearyl trimethyl ammonium chloride 


2.0% 


Cetanol 


2.0% 


Block copolymer P-5 


1.5% 


Dimethyl polysiloxane 


5.0% 


(trade name: Toray Silicone SH200 200CS) 




Flavoring ingredient 


0.2% 


Pure water 


for balancing 



3-6-3 Hair Spray Composition 
[0253] 



Block copolymer P-4 


1% 


Polyethersilicone derivative 


0.5% 


(trade name: Toray Silicone SH3771) 




Amino-modif ied silicone derivative 


0.5% 


(trade name: Toray Silicone SM8702C) 
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(continued) 



Absolute ethanol 

Liquefied petroleum gas (3 kg/crr^G, 20°C) 



48% 
50% 



3-6-4 Foam-Type Aerosol Composition 
[0254] 



Block copolymer P-4 

Carboxybetaine-type amphoteric polymer 

(trade name: Yukaformer AM-75R 205S, product of Mitsubishi Chemical Corporation) 
Polyethersilicone derivative 

(trade name: Toray Silicone SH3771) 
Poly dimethylsiloxane 

(trade name: Toray Silicone BY1 1-007) 
Polyoxyethylene cetyl ether (10EO adduct) 
Polyoxyethylene cetyl ether (2EO adduct) 
Pure water 

Liquefied petroleum gas (3kg/cm2G, 20°C) 




3-6-5 Styling Lotion Composition 
[0255] 



Block copolymer P-4 


1% 


Polyethersilicone derivative 


0.2% 


(trade name: Toray Silicone SH3771) 




Pure water 


60% 


Absolute ethanol 


38.8% 



3-6-6 Gel Composition 
[0256] 



Block copolymer P-4 
Polyethersilicone derivative 

(trade name: Toray Silicone SH3771 ) 
Gel base (trade name: Carbopol 940, product of B.F. Goodrich Chemical) 
Pure water 



3% 
0.05% 

0.5% 
96.45% 



3-6-7 Shampoo Composition 
[0257] 



Sodium polyoxyethylene lauryl sulfate 


20% 


(3EO adduct) 




Lauloyl diethanol amide 


2.0% 


Comparative polymer Pc-3 


2.0% 


Polyethersilicone derivative 


0.5% 


(trade name: Toray Silicone SH3771) 




Flavoring ingredient 


0.2% 


Preservative 


0.1% 


Colorant 


trace amount 
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(continued) 



Pure water 



75.2% 



3-6-8 Shampoo Composition 
[0258] 



10 



15 



20 



Sodium polyoxyethylene lauryl sulfate 


20% 


(3EO adduct) 




Lauroyl diethanol amide 


2.0% 


Block copolymer P-4 


2.0% 


Flavoring ingredient 


0.2% 


. Preservative 


0.1% 


Colorant 


trace amount 


Pure water 


75.7% 



3-6-9 Rinse Composition 
[0259] 





Stearyl trimethylammonium chloride 


2.0% 




Cetanol 


2.0% 


25 


Comparative polymer Pc-3 


1.5% 




Dimethyl polysiloxane 


5.0% 




(trade name: Toray Silicone SH200 200CS) 






Flavoring ingredient 


0.2% 


30 


Pure water 


89.3% 



3-6-10 Rinse Composition 
[0260] 



35 



AO 



45 



50 



Stearyl trimethy! ammonium chloride 


2.0% 


Cetanol 


2.0% 


block copolymer P-5 


1.5% 


Flavoring ingredient 


0.2% 


Pure water 


94.3% 



3-6-11 Hair Spray Composition 
[0261] 



Comparative polymer Pc-3 


1.0% 


Polyethersilicone derivative 


0.5% 


(trade name: Toray Silicone SH3771) 




Amino-modified silicone derivative 


0.5% 


(trade name:Toray Silicone SM8702C) 




Absolute ethanol 


48% 


Liquefied petroleum gas (Skg/cn^G, 20°C) 


50% 
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3-6-12 Hair Spray Composition 
[0262] 

Block copolymer P-4 1% 
Absolute ethanol 49% 
Liquefied petroleum gas (3kg/cm2G, 20°C) 50% 



3-6-13 Foam-Type Aerosol Composition 
[0263] 



Comparative polymer Pc-3 
Carboxybetaine-type amphoteric polymer 

(trade name: Yukaformer Am-75R 205S, 
Polyethersilicone derivative 

(trade name: Toray Silicone SH3771) 
Polymer dimethyl polysiloxane 

(trade name: Toray Silicone BY1 1-007) 
Polyoxyethylene cetyl ether (10EO adduct) 
Polyoxyethylene cetyl ether (2EO adduct) 
Pure water 

Liquefied petroleum gas (3 kg/crr^G, 20°C) 



3-6-14 Foam-Type Aerosol Composition 
[0264] 



Block copolymer P-4 


2.0% 


Carboxybetaine-type amphoteric polymer 


2.0% 


(trade name: Yukaformer AM-75R 205S, product of Mitsubishi Chemical Corporation) 




Polyoxyethylene cetyl ether (10EO adduct) 


0.3% 


Polyoxyethylene cetyl ether (2EO adduct) 


0.1% 


Pure water 


83.6% 


Liquefied petroleum gas (3 kg/crr^G, 20°C) 


12% 



3-6-15 Styling Lotion Composition 
[0265] 



Comparative polymerPc-3 


1.0% 


Polyethersilicone derivative 


0.2% 


(trade name: Toray Silicone SH3771) 




Pure water 


60% 


Absolute ethanol 


38.8% 



3-6-16 Styling Lotion Composition 
[0266] 



Block copolymer P-4 


1% 


Pure water 


60% 


Absolute ethanol 


39% 



product of ofMitsubishi Chemical Corporation) 



2.0% 
2.0% 
1.0% 



1.0% 



0.3% 
0.1% 
81.6% 
12% 
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3-6-17 Gel Composition 
[0267] 



Comparative polymer Pc-3 


3% 


Polyethersilicone derivative 


0.05% 


(trade name: Toray Silicone SH3771) 




Gel base (trade name: Carbopol 940) 


0.5% 


(product of B.F.Goodrich Chemical) 




Pure water 


96.45% 



3-6-18 Gel Composition 
[0268] 



Block copolymer P-4 

Gel base (trade name: Carbopol 940) 

(product of B.F.Goodrich Chemical, adjusted to pH7.5 with aqueous KOH solution) 
Pure water 




<Tests and Evaluation> 

[0269] Using the hair cosmetic materials 3-6-1 to 3-6-18 based on the above formulations as samples, styling ability, 
tacky touch, smoothness, combing smoothness and hair gloss were evaluated. Methods for the evaluation are as 
individually described below. Evaluation results were listed in Table 14 for conditioning application, and in Table 15 for 
styling application. 



(Evaluation of Conditioning Application) 
(1) Tacky touch 



[0270] To a bundle of hair yarns (2 g, 23 cm), 1 .0 g of the sample was coated, the bundle was then rinsed with a 
running water for 2 minutes, shaped with a comb, allowed to stand at 23°C, 60%RH for 24 hours, and tacky touch of 
the bundle was evaluated by sensory inspection. 



O : No tackiness 

A : Slight tackiness 

x : Considerable tackiness 



(2) Smoothness 



[0271 ] Smoothness of the hair yam bundle prepared similarly to as described in the above was evaluated by sensory 
inspection. 



O: Smooth 

A : Fairly smooth 

x : Not smooth 



(3) Combing Smoothness 



[0272] Combing smoothness of the hair yarn bundle prepared similarly to as described in the above was evaluated. 



O : Smooth combing 
A : Slightly resistive 
X : Resistive 
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(4) Hair gloss 

[0273] Hair gloss of the hair yam bundle prepared similarly to as described in the above was evaluated by sensory 
inspection. 

Q Glossy 

A: Slightly glossy 

x: Not gloss 

(Evaluation of Styling Application) 

(5) Styling ability 

[0274] A hair yarn bundle of 23 cm in length and 2.0 g in weight was coated with 0.7 g of the individual hair cosmetic 
materials, wound around a 1-cm diameter rod, allowed to dry, removed from the rod, to thereby obtained a curled hair 
yarn bundle. 

[0275] The curled hair yarn bundle was vertically hung for 30 minutes in a thermo-hygrostat chamber preliminarily 
conditioned at 30°C, 90% RH over 3 hours or more, and the styling ability was evaluated based on degree of decurling 
of the hair yarn bundle. 

O : Almost no change 
A : Slight decurling 
x : Apparent decurling 

(6) Tacky touch 

[0276] To a bundle of hair yarns (2 g, 23 cm), 0.7 g of the sample was coated, shaped with a comb, allowed to stand 
at 23°C, 60%RH for 24 hours, and tacky touch of the bundle was evaluated by sensory inspection. 

O : No tackiness 

A : Slight tackiness 

x : Considerable tackiness 

(7) Smoothness 

[0277] Smoothness of the hair yarn bundle prepared similarly to as described in the above was evaluated by sensory 
inspection. 

O: Smooth 

A : Fairly smooth 

x : Not smooth 

(8) Combing Smoothness 

[0278] Combing smoothness of the hair yarn bundle prepared similarly to as described in the above was evaluated. 

O : Smooth combing 
A : Slightly resistive 
x : Resistive 

(9) Hair gloss 

[0279] Hair gloss of the hair yam bundle prepared similarly to as described in the above was evaluated by sensory 
inspection. 

Q Glossy 

A: Slightly glossy 

x: Not glossy 
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Table 14 



(Evaluation results of Conditioning Application) 


Hair cosmetic No. 


(1)Tacky touch 


(2)Smoothness 


(3)Combing Smoothness 


(4) Hair gloss 


3-6- 


1 


O 


O 


O 


O 


2 


O 


O 


O 


O 


7 


O 


A 


A 


A 


8 


O 


A 


A 


O 


9 


O 


A 


A 


A 


10 


O 


X 


A 


O 



15> 

Table 15 



(Evaluation results of Styling Application) 


Hair cosmetic No. 


(5)Styling ability 


(6)Tacky touch 


(7) Smoothness 


(8)Combing 
Smoothness 


(9)Hair gloss 


3-6- 


3 


O 


O 


O 


O 


O 




4 


O 


O 


O 


O 


O 




5 


O 


O 


O 


O 


O 




6 


O 


O 


o 


O 


O 




11 


O 


A 


A 


O 


O 




12 


O 


O 


A 


A 


A 




13 


O 


A 


A 


O 


O 




14 


O 


A 


A 


A 


A 




15 


o 


O 


A 


O 


O 




16 


o 


O 


A 


A 


A 




17 


o 


A 


A 


O 


O 




18 


o 


A 


A 


A 


A 



INDUSTRIAL APPLICABILITY 

[0280] The present invention can provide a cosmetic polymer compoistion and a cosmetic material capable of sat- 
isfying a plurality of performances required for the cosmetic material at the same time by using a polymer having two 
or more properties. 



Claims 



1. A cosmetic polymer composition comprising a straight-chain block copolymer having a unit derived from a com- 
pound having an ethylenic unsaturated bond, having a number-average molecular weight of 1 .Ox 1 0 3 to 1 .Ox 1 0 6 , 
and having two or more glass transition points or melting points. 

2. The cosmetic polymer composition of claim 1 , wherein the block copolymer comprises at least one block composed 
of a unit having a hydrophilic group. 

3. The cosmetic polymer composition of claim 2, wherein the hydrophilic group is at least any one selected from 
groups consisting of an anionic group consisting of carboxyiic acid group, sulfonic acid group, phosphonic acid 
group and salts of these groups; a cationic group consisting of amino group (including quaternary ammonium salt 
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group), pyridyl group and salts of these groups; a nonionic group consisting of hydroxy I group, alkoxy group, epoxy 
group, amido group and cyano group; an amphoteric ionic group consisting of carboxybetaine group; and a sem- 
ipolar group consisting of amine oxide group. 

4. The cosmetic polymer composition of any one of claims 1 to 3, wherein the block copolymer comprises at least 
one of units represented by formulae (1) to (5) below: 

R 1 

-(CH 2 -C-)- (1) 
COOM 



— f CH 2 -C-}- 



(2) 



-(CH 2 -C-)- R 3 

(k^-R 2 -N^-0- 



(3) 



R 1 



-fcH 2 -C-)- R3 

(x t ^-R 2 -N 1 CH 2 COO 



(4) 



R 1 

— (CH 2 -C-)- 

(where, R 1 represents a hydrogen atom or a methyl group; R 2 and R 6 respectively represent aC H straight-chain 
or brancbed-chain alkylene group; R 3 , R 4 and R 5 respectively represent a hydrogen atom, C^ 2 a alky I group, Ce_ 2 4 
aryl group, or any combination thereof such as 07.24 ary ,alk yl group ° r alkylaryl group; and X 1 represents -COO-, 
-CONH-, -O- or NH-. A - represents an anion; and M represents a hydrogen atom, an alkali metal ion or an ammo- 
nium ion. m is 0 or 1; and n is any integer from 1 to 50.) 

5. The cosmetic polymer composition of any one of claims 1 to 4, wherein the block copolymer comprises a unit 
derived from an ethylenic unsaturated carboxylic acid, and a unit derived from an ethylenic unsaturated carboxylate 



(5) 
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ester. 

6. The cosmetic polymer composition of any one of claims 1 to 5, wherein the block copolymer comprises at least 
one block formed by post-treatment after polymerization. 

7. The cosmetic polymer composition of any one of claims 1 to 6, wherein the block copolymer has a glass transition 
point or a melting point nearly equal to a glass transition point or a melting point of a homopolymer composed of 
the monomer which make up at least one block of the block copolymer. 

8. The cosmetic polymer composition of any one of claims t to 7, wherein the block copolymer has a ratio (Mw/Mn), 
which is a ratio of weight-average molecular weight (Mw) to number-average molecular weight (Mn), of 2.5 or less. 

9. The cosmetic polymer composition of any one of claims 1 to 8, wherein the block copolymer is dispersible or soluble 
in water and/or alcohol. 

10. The cosmetic polymer composition of any one of claims 1 to 9, wherein the block copolymer is produced by con- 
trolled radical polymerization using an organic halide as an initiator, and using, as a catalyst, at least a metal 
complex having a metal selected from Group VIII, Group IX, Group X and Group XI elements in the periodic table 
as a central metal. 

11. A hair cosmetic polymer composition comprising a copolymer capable of forming a film having a Young's modulus 
(measured according to JIS K7161 under a tensile speed of 20 mm/min) of 50 MPa or larger and a fracture-point 
elongation of 100% or larger, and dispersible into water and/or alcohol. 

12. The hair cosmetic polymer composition of any one of claims 1 to 11 , comprising, in addition to the copolymer (a), 
an anionic polymer (b1) in a ratio by weight ((a)/(b1)) of 1/10 to 10/1. 

1 3. The hair cosmetic polymer composition of claim 1 2, wherein the anionic polymer (b1 ) is a polymer having an anionic 
group selected from carboxyl group, sulfonic acid group, phosphonic acid group and salts of these groups. 

14. The hair cosmetic polymer composition of any one of claims 1 to 11 , comprising, in addition to the copolymer (a), 
a cationic polymer (b2) in a ratio by weight ((a)/(b2)) of 1/10 to 10/1. 

15. The hair cosmetic polymer composition of claim 14, wherein the cationic polymer (b2) is at least any one cationic 
polymer selected from © to® below: 

© copolymer, of which constituents are N-vinylpyrrolidone and/or N-vinylcaprolactam and a cationic-group- 
containing monomer; 

© polymer or copolymer of dimethyl diallyl ammonium; 

® polymer or copolymer of acrylic ester or methacrylic ester quaternary ammonium salt; and 
@ quaternary ammonium salt of cellulose-base or chitosan-base polymer. 

16. The hair cosmetic polymer composition of any one of claims 1 to 11, comprising, in addition to the copolymer (a), 
a nonionic polymer (b3) in a ratio by weight ((a)/(b3)) of 1/10 to 10/1. 

17. The hair cosmetic polymer composition of claim 16, wherein the nonionic polymer (b3) is a polymer containing, as 
a constituent, an unsaturated monomer having at least one functional group selected from pyrrolidone group, 
amido group (containing N-alkyl amido), polyether group, formamide group and acetamide group. 

18. The hair cosmetic polymer composition of any one of claims 1 to 11, comprising, in addition to the copolymer (a), 
an amphoteric polymer (b4) in a ratio by weight ((a)/(b4)) of 1/10 to 10/1. 

19. The hair cosmetic polymer composition of claim 1 8, wherein the amphoteric polymer (b4) is a polymer containing, 
as a constituent thereof, an unsaturated monomer having at least one betaine-structured group such as carboxy- 
betaine group, sulfobetaine group, phosphobetaine group and so forth. 

20. The hair cosmetic polymer composition of any one of claims 1 to 11, comprising, in addition to the copolymer (a), 
an amine-oxide-group-containing polymer (b5) in a ratio by weight ((a)/(b5)) of 1/10 to 10/1 . 
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21 . The hair cosmetic polymer composition of claim 20, wherein the amine-oxide-group-containing polymer comprises 
a unit derived from amine-oxide-group-containing unsaturated monomer and a unit derived from ethylenic unsatu- 
rated carboxytic acid ester, and the amine-oxide-group-containing unsaturated monomer is a compound repre- 
sented by any one of formulae (b5-1) to (b5-4) below: 

5 



(b5-1) 



<b5-2) 



(b5-3) 



35 



40 




(b^4) 



(where, R b1 represents a hydrogen atom or a methyl group, R b2 and R* 3 represent a C^ 2 a alkvI 9 rou P or ar y* Qroup 
45 or a aralkyl group, which may be same or different each other; R M and R b5 represent a C^. 24 alkyl group, a 

c 6-24 arvl 9 rou P or aralkyl group; X b represents a divalent linking group; nr^ is an integer of 0 or 1 ; n b is an integer 
from 0 to 4; pj, is an integer from 0 to 3; and q and r represent an integer from 1 to 10, which may be same or 
different each other. Y 5 represents at least one divalent linking group selected from the group consisting of -C 
(R b11 )(R b12 )-, -N(R b13 )-, -S- and -O. At least one of R 1 * 5 to R b1 °, R b11 , R b12 and R b13 represents a double-bond- 
50 containing groups represented by CH2=C(R b1 )-(X b ) mb -, and other R 1 * 6 to R b1 °, R b11 , R b12 and R b13 respectively 

represent a hydrogen atom, a alkyl group, or a C 6 . 24 atyl O^P or aralkyl group.) 

22. The hair cosmetic polymer of any one of claims 1 to 11, comprising, in addition to the copolymer (a), a silicone 
derivative (b6). 

55 

23. The hair cosmetic polymer of claim 22, wherein an amount of the copolymer (a) is within a range from 0.01 to 20% 
by weight of the total composition, and an amount of the silicone derivative (b6) is within a range from 0.01 to 50% 
by weight of the total composition. 
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24. A cosmetic comprising a composition as set forth in any one of claims 1 to 23. 

25. The cosmetic of claim 24 for use on hair, skin or nail. 

5 
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